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(57) Abstract 



This invention pertains to a method of modifying or refining the surface of a wafer suited for semiconductor fabrication. This method 
may be used to modify a wafer having an unmodified, exposed surface comprised of a layer of second material deployed over at least 
one discrete feature of a first material attached to the wafer. A first step of this method comprises contacting and relatively moving the 
exposed surface of the wafer with respect to an abrasive article, wherein the abrasive article comprises an exposed surface of a plurality of 
three-dimensional abrasive composite comprising a plurality of abrasive particles fixed and dispersed in a binder and maintaining contact 
to effect removal of the second material. In a second step, the contact and relative motion are continued until an exposed surface of the 
wafer has at least one area of exposed first material and at least one area of exposed second material. 
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METHOD OF PLAN ARIZING THE UPPER SURFACE OF A SEMICONDUCTOR WAFER 



Background 

This invention relates generally to a method of modifying exposed surfaces 
of wafers suited for semiconductor fabrication and particularly to a method of 
modifying exposed surfaces of structured wafers suited for semiconductor 
1 0 fabrication using an abrasive article. 

During integrated circuit manufacture, semiconductor wafers used in 
semiconductor fabrication typically undergo numerous processing steps, including 
deposition, patterning, and etching steps. Details of these manufacturing steps for 
semiconductor wafers are reported by Tonshoff et al., "Abrasive Machining of 
15 Silicon", published in the Annakogfllg International Institution for Production 
•' • • En gjnjgriBg Research: (Volume 39/2/1990), pp. : 621-635:- In each manufacturing 
step,' it isoften necessary of 1 desirable- to modify of refine an exposed' surface of the 
>,r;: wafer in order' to prepare"th'e wafer for subsequent fabrication of manufacturing 



! 

' steps. 



20 For example,' after a 'deposition step, the deposited material or layer on a 

wafer surface generally needs further processing before additional deposition or 
subsequent processing occurs. In another example, after an etching step, there is 
often a need to deposit either, or both, conducting or insulating materials in layers 
on the etched surface areas of a wafer. A specific example of this process is used 
25 in metal Damascene processes. 

In the Damascene process, a pattern is etched into an oxide dielectric layer. 
After etching, optional adhesion/barrier layers are deposited over the entire surface 
and then a metal is deposited over or on top of the adhesion/barrier layers. The 
deposited metal layer is then modified, refined or finished by removing the 
30 deposited metal and regions of the adhesion/barrier layer on the surface. Typically, 
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enough surface metal is removed so that the outer exposed surface of the wafer 
comprises both metal and an oxide dielectric material. A top view of the exposed 
wafer surface would reveal a planar surface with metal corresponding to the etched 
pattern and dielectric material adjacent to the metal. The metal(s) and oxide 
5 dielectric material(s) located on the modified surface of the wafer inherently have 
different physical characteristics, such as different hardness values. An abrasive 
article used to modify a wafer produced by the Damascene process must be 
carefully designed so as to simultaneously modify the materials without scratching 
the surface of either material. Further, the abrasive article must be able to create a 
1 0 planar outer exposed surface on a wafer having an exposed area of a metal and an 
exposed area of a dielectric material. 

Such a process of modifying the deposited metal layer until the oxide 
:■<■ v, : dielectric material is exposed on the wafer outer surface leaves little margin for 
; i ? .*T V :,errar because of the submicron dimensions of the metal features located on the 

9f the deposited metal must be, fast 
gammU^ costs.; ,Further ?/ .metal removal, from ar^as which were 

wirto ^anotetched:m^ 

^discrete areas ,or zones.^^Yet further, the .remaining metal must be 
continuous within an area or zone to ensure proper conductivity. In short, the 
20 metal modification process must be uniform, controlled, and reproducible on a 
submicron scale. 

One conventional method of modifying or refining exposed surfaces of 
wafers employs methods that treat a wafer surface with a slurry containing a 
plurality of loose abrasive particles dispersed in a liquid. Typically this slurry is 
25 applied to a polishing pad and the wafer surface is then ground or moved against 
the pad in order to remove or take off material on the wafer surface. Generally, the 
slurry also contains agents which chemically react with the wafer surface. This 
type of process is commonly referred to as a chemical-mechanical planarization 
(CMP) process. 
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One problem with CMP slurries, however, is that the process must be 
carefully monitored in order to achieve a desired wafer surface topography. A 
second problem is the mess associated with loose abrasive slurries. Another 
problem is that the slurries generate a large number of particles which must be 
5 removed from the surface of the wafer and disposed of following wafer treatment. 
Handling and disposal of these slurries generates additional processing costs for the 
semiconductor wafer fabricator. 

A recent alternative to CMP slurry methods uses an abrasive article to 
modify or refine a semiconductor surface. This alternative CMP process is 
10 reported in International Publication No. WO 97/1 1484, published March 27, 1997. 
The reported abrasive article has a textured abrasive surface which includes 
abrasive particles dispersed in a binder. In use, the abrasive article is contacted 
M with £ semiconductor wafer surface, often in the presence of a fluidor liquid, with 
a motion adapted to modify a single layer of material on the wafer and provide a 
Jl 15*' planar; imiform wafer surface/ Use of an abraivef article overcomes a-significant 
'^ frA number cff problems associated with CMP slurriesl ;> ^ :aLfT • '^ v< ^rAi^i.A 
^ dj^b ^cjtfg^ fog advantages horded 'by 5 use ofkbrasive 

»ii> -^^^cleS'to niodify'surfaces r 6T semiconductor wafers in-order ttf fexpdse'at least two 
different materials, typically having different hardness values on the surface of a 
20 wafer. -*' ' " v - '• ' : - .* ~ v. . 

Summary of the Invention • ' : 
This invention pertains to a method of modifying or refining the surface of 
a wafer suited for semiconductor fabrication. This method may be used to modify 
a wafer having a first material having a surface etched to form a pattern or a design 
25 and a second material deployed over the surface of the first material. A first step of 
this method comprises contacting the second material of the wafer to a plurality of 
three-dimensional abrasive composites fixed to an abrasive article, the three- 
dimensional abrasive composites comprising a plurality of abrasive particles fixed 
and dispersed in a binder. A second step is relatively moving the wafer while the 
30 second material is in contact with the plurality of abrasive composites until the 
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exposed surface of the wafer is planar and comprises at least one area of exposed 
first material and one area of exposed second material. The second material is 
typically a metal, however the second material may be an intermediate material 
such as adhesion/barrier layer, or a combination of a metal and an adhesion/barrier 
5 layer. The first material is typically a dieletric material. Some suitable 
intermediate materials or adhesion/barrier layers include tantalum, titanium, 
tantalum nitride, titanium nitride. Other suitable intermediate materials or 
adhesion/barrier layers include metals, nitrides, and silicides. 

As used in this specification, wafer typically includes a first material with a 
10 surface etched to form a pattern or a design and a second material deployed over 
the surface of the first material. The designs associated with the first material 
include patterned areas, grooved areas, and vias, as well as other structures which 
make up a completed semiconductor device. .The wafer surface produced by a 
process such as the Damascene process, and modified by me abrasive article of the 
. 1 15'r. n Rresent n inyentipn,J w ^ ld 
interfere with the function i of the semiconductor device. In preferredem^odiments, 
icmd£the wafer ( surface.;is planar.and has a surface- free J>f scratches ,pr f other defects as 
, .measured by an- Rt value... .^fetred. IM^" 6 ?^!^^ fcftxejption ** 
,. typically,, less ; than about 3,000 Angstroms, , preferable,., less-.jhan about 
20 1 ,000 Angstroms, and most preferable less than about 500 Angstroms. The wafer 
may include a third, fourth, fifth, or more materials forming layers on a base layer 
of the wafer. Each layer may be modified as exemplified above for a wafer having 
only a first material and a second material. 

A method of modifying a wafer during the Damascene process may, for 
25 example, start with a wafer having at least a first material and a second material 
present on the base of the wafer. At least one of the materials may have a surface 
etched to form a design. An outer material is deployed over the first and second 
materials so as to fill the design etched into the surface. The wafer is placed in 
contact with a plurality of three-dimensional abrasive composites fixed to an 
30 abrasive article. The outer material of the wafer is placed in contact with a 
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plurality of three-dimensional abrasive composites fixed to an abrasive article, the 
abrasive composite comprising a plurality of abrasive particles fixed and dispersed 
in a binder. The wafer is moved relative to the abrasive article while the outer 
material is in contact with the plurality of abrasive composites until the exposed 

5 surface of the wafer is planar and comprises at least one area of exposed first 
material and one area of exposed second material. 

In one embodiment of this invention, a method of modifying a wafer may 
begin with a layer comprised of conductive material deployed over at least one 
dielectric material. The dielectric material having a surface etched to form a 

10 design. Such a wafer may be modified by contacting and relatively moving the 
exposed major surface of the wafer (conductive material) with respect to the 
abrasive article. The abrasive article typically comprises an exposed major surface 
of a plurality of textured, three-dimensional abrasive composite comprising a 
plurality of abrasive particles fixed aiicl dispersed in a binder. Contact 'and motion 

15 is maintained between the plurality of abrasive composites of the abrasive article 

and the conductive 'material until an exposed surface of the wafer is planar and 

a. .vi^J ^a$vSt\?. :nr ti n .rn^-; fSTnV <>j fwjv£ r*^\v^ n^r-vr.*-, " r 

comprises at least one area of exposed, conductive material and at least one area of 

exposed dielectric material, and^the exposed surfaces of conductive material and 

the exposed surfaces of dielectric material lies in a single plane. The dielectric 

20 material may be covered by one or more intermediate materials such as an 
adhesion/barrier layer. Typically, the exposed dielectric material surface is 
essentially free of the intermediate material after removal of the conductive 
material. Alternatively, removal of the conductive material may expose only the 
surface of the intermediate material and the conductive material. Continued 

25 modification may then expose on the surface of the wafer the dielectric material 
and the conductive material. 

The present method is particularly adapted to modify conductive surfaces, 
typically referred to as the second material in the present application. The 
conductive surfaces may be made from a variety of conductive materials having 

30 resistivity values of less than about 0.1 ohm-cm. Preferred conductive materials 
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include metals such as tungsten, copper, aluminum, aluminum copper alloy, gold, 
silver, or various alloys of these metals. Preferred dielectric materials generally 
have dielectric constants less than about 5. 

When practiced, the movement between the wafer and abrasive article 
5 occurs under pressure in a range of about 0. 1 to 25 psi, preferably under a pressure 
in a range of about 0.2 to 15 psi. In one embodiment of this invention, the wafer 
and abrasive article are rotated and/or moved against each other. For example, 
either the abrasive article or the wafer or both the abrasive article and the wafer are 
rotated relative to the other as well as being moved linearly along relative centers 
10 of the wafer and abrasive article. The wafer and the abrasive article may also be 
moved in an elliptical or a figure eight type pattern as the speed varies along the 
path. The rotational motion or speed of rotation between the wafer and abrasive 
article may be between 1 rpm to 10,000 rpm, Preferred rotational speeds for the 
abrasive article are when the abrasive article rotates at a speed between 10 rpm to 
;15 w 1,000 rpm, and more preferably between ^ preferably 
f between 10 rpm to 60 rpm. Preferred rotational speeds for, the wafer are when the 
^ , nc wafer rotates at : .a ; s^te^een 2 rpm .to 1.M0 ^more preferable between 5 
:., rpm to 500 rpm, and still more preferred. between 10 rpm to 100 rpm. 

In one embodiment of this invention, the conductive surface of the wafer is 
20 modified by the abrasive article in the presence of a working liquid. One useful 
working liquid is an aqueous solution that includes a variety of different additives. 
Suitable additives include complexing, oxidizing, or passivating agents, 
surfactants, wetting agents, buffers, rust inhibitors, lubricants, soaps, or 
combinations of these additives. Additives may also include agents which are 
25 reactive with the second material, e.g., metal or metal alloy conductors on the 
wafer surface such as oxidizing, reducing, passivating, or complexing agents. 
Examples of oxidizing agents include hydrogen peroxide, nitric acid, potassium 
ferricyanide, ferric nitrate, or combinations of these agents. Examples of 
complexing agents include ammonium hydroxide and ammonium carbonate. 
30 Further, the working liquid may be relatively free of additives or other agents. In 
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this embodiment, the working liquid may be tap water, distilled water, or deionized 
water. A suitable passivating agent is benzotriazole. 

The preferred abrasive article for the present method comprises a textured, 
three-dimensional abrasive outer surface made of a plurality of abrasive particles 
5 dispersed in a binder. It is preferred that the abrasive article further comprises a 
backing and more preferably this backing is a polymeric film. This backing will 
have a front surface and a back surface. The backing may be selected from a group 
of materials which have been used for abrasive articles such as paper, nonwovens, 
cloth, treated cloth, polymeric film, and primed polymeric film. In a preferred 
1 0 embodiment, the backing is a primed polyester film. 

At least one surface of the backing is coated with a binder and abrasive, 
particles. It is preferred that the abrasive coating is somewhat erodible. Suitable 
binders may be organic or inorganic materials. It is preferred that the binder is an 
organic binder/ Further, the binder may be a thermoplastic binder or thermosetting 
15 ' 'binder." If the' binder is- a' thermosetting binder/ the binder iniay- preferably be 
' " % "formed from a binder precursor: : Specifically," suitable binder precursors' are in an 
n f " ?' J ;ii&curei^ abrasive article^s^madei ihe k binder precursor is 

01 exposed to 4oriditions : (typically an^eherj^^ or 
* h " polymerization 6f the binder precursor; During this polymerizationbr curing step, 
20 ' the binder precursor is solidified and converted into a binder: In this invention, it 
is preferred that the binder precursor comprises a free radical curable polymer. 
Upon exposure to an energy source, such as radiation energy, the free radical 
curable polymer is crosslinked to form the binder. Examples of some preferred 
free radical curable polymers include acrylate monomers, acrylate oligomers or 
25 acrylate monomer and oligomer combinations. Preferred binder precursors include 
acrylate functional urethane polymers. 

The abrasive particles can be any suitable abrasive particles that provide the 
desired properties on the exposed wafer surface and specific abrasive particles may 
be used for specific types of materials. Desired properties may include metal cut 
30 rate, surface finish, and planarity of the exposed wafer surface. The abrasive 
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particles may be selected depending upon the specific material of the wafer 
surface. For example for copper wafer surfaces, the preferred abrasive particles 
include alpha alumina particles. Alternatively for aluminum wafer surfaces, the 
preferred abrasive particles include alpha and chi alumina. 

5 The size of the abrasive particles depends in part upon the particular 

composition of the abrasive article and selection of the working liquid used during 
the process. In general, suitable abrasive particles having an average particle size 
no greater than about 5 micrometers are preferred. Even more preferred are 
abrasive articles in which the average abrasive particle size is no greater than one 

1 0 micrometer and, particularly, no greater than about 0.5 micrometer. 

The abrasive particles may be used in combination with filler particles. 
Examples of preferred filler particles include magnesium silicate, aluminum 
. ff . , ,. trihydtrate, and. combinations thereof. - - ^ n r^^ ro \ / > 

^;is:, K i( :v<r.> In the present invention the binder find abrasive particles provide a plurality 

■ M tii-^Mm^^l^^^ s^ancju^g^se,^^^ b^afirst dosed plane 
ai^L^e^ended i^th ?i t^ to a 

10 ^second R^?* j? ftfcfK&P]? 1 ^ C OT^ t0 ±Q 

ry (? .. . backing,, or. to a point. . The first and second, planexuryes, and any intermediate, 
r20 transitional' curves, need not be everywhere conyw. : ,The J second closed plane 
r figure; may be either larger or smaller , than the first closed plane figure, may be 
noncongruent with the first plane figure, or may be rotated with respect to the first 
closed plane curve. The axis of extension, defined by the trajectory of the centroid 
of the closed plane curve need not be perpendicular to the first plane. The second 
25 closed plane curve may less preferably be tilted with respect to the first closed 
plane curve. Smaller scale features, such as grooves, may be formed on the distal 
surface of the abrasive composite feature. A suitable composite feature might 
have, for example, a circular cross section at the base which is transformed 
smoothly, or in one or more discrete steps, to a six-pointed, non-equant star of 
30 slightly smaller equivalent diameter at the distal plane. These abrasive composites 
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may be both either precisely shaped or irregularly shaped. The abrasive 
composites are preferably spaced apart from each other. Preferred abrasive 
composites have a geometric shape such as frustums of spheres, pyramids, 
truncated pyramids, cones, cubes, blocks, rods, cross or post-like with flat topped 
5 surfaces. The abrasive composites typically are arranged in a specific order or 
pattern on a surface of the backing. Alternatively, the abrasive composites may 
also be randomly arranged on a surface of the backing. The abrasive article may 
also consist of long, continuous rows of the abrasive composites. A range of areal 
densities of the abrasive composites may be used in the abrasive article. Suitable 
10 areal density ranges are at least 2 abrasive composites per square centimeter to at 
least 1,000 abrasive composites per square centimeter. In addition, the size of the 
abrasive composites may include heights of less than 2 millimeters, less than 0.5 
millimeter, or less than 0.1 millimeter. Stilf further, the abrasive composites may 
also include one or more additives: 1 Suitable additives include abrasive particle 
15 surface modification additives, coupling agents, fillers,' expanding agents, fibers, 
,/: antistatic "agents, initiators,^ suspending agents, lubricants, wetting agents, 
v. > St J, actantv pigments,' dyes,- UV* stabilizers; 'Complexirig'Vgents^ chain transfer 
;f;iJ * 'agents, accelerators, catalysts, aetivatorsVjia^ combinations of 

these additives. ~ 
20 Additionally, the abrasive coating may be secured to a subpad. The subpad 

will have a front surface and a back surface and, the abrasive coating will be present 
over the front surface of the support pad. A pressure sensitive adhesive may be 
applied on the back surface of the backing of the abrasive article in order to fix the 
abrasive article to the subpad. 
25 Brief Description Of The Drawings 

Figure 1 is a schematic cross sectional view of a portion of a structured 
wafer before surface modification; 

Figure 2 is a schematic cross sectional view of a portion of a structured 
wafer after surface modification; 
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Figure 3 is a partial side schematic view of one apparatus for modifying the 
surface of a wafer used in semiconductor fabrication; 

Figure 4 is a cross sectional view of a portion of an abrasive article useful 
in the process of the present invention; 
5 Figure 5 is a cross sectional view of a portion of another abrasive article 

useful in the process of the present invention; 

Figure 6 is a cross sectional view of a portion of an abrasive article useful 
in the process of the present invention; and 

Figure 7 is a top plan view of a portion of another abrasive article useful in 
1 0 the process of the present invention. 

Detailed Description 
Throughout this application, the following definitions apply: 
. A "fixed" abrasive article is an, integral abrasive article that is substantially 
. r . ;> free of unattached abrasive particles except as, may be. generated during the 

lite r™^^ 

\o mo'm^ 4unng planarization exposes additional 

abrasive particles capable of performing the planarization function. . fl 
, ,,20 A "textured" abrasive article is an abrasive article having raised portions 

i r . and recessed portions in which at least the raised portions contain abrasive particles 
and binder. 

An "erodible" abrasive article is an abrasive article that breaks down under 
use conditions in a controlled manner. 
25 An "abrasive agglomerate" refers to a plurality of abrasive particles bonded 

together in the form of a unitary particulate mass. 

An "abrasive composite" refers to one of a plurality of shaped bodies which 
collectively provide a textured, three-dimensional abrasive article comprising 
abrasive particles and a binder. The abrasive particles may be in the form of 
30 abrasive agglomerates. 
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A "precisely shaped abrasive composite" refers to an abrasive composite 
having a molded shape that is the inverse of the mold cavity which is retained after 
the composite has been removed from the mold. Preferably, the composite is 
substantially free of abrasive particles protruding beyond the exposed surface of 
5 the shape before the abrasive article has been used, as described in U.S. Patent No. 
5,152,917 (Pieper et al.). 

In conventional semiconductor device fabrication schemes, a flat, base 
silicon wafer is subjected to a series of processing steps which deposit uniform 
layers comprising regions of two or more discrete materials which together form a 

10 single layer of what will become a multilayer structure. Although the individual 
elements within a given layer may be formed in a variety of ways, it is common to 
apply a uniform layer of a first material to the wafer itself or to an existing layer of 
an intermediate construct by any of the means commonly employed ih the art, to 
etcH pits into or through that layer, and then to fill the pits with a second material. 

15" Alternatively, features of approximately uniform trudlcness toi^pnsing a first 
material may te deposited onto the wafer, or 6nW a previously* fabriSated layer of 
the wafer, usually through a mask, and, then the regions adjacent to those , features 
~ may be filled with a second material to complete the layer. When completed, the 
outer surface is substantially globally planar and parallel to the base silicon wafer 

20 surface. ' " - . 

Known filling operations are usually accomplished by depositing a coating 
of the second material onto the exposed surface of the intermediate wafer, which 
coating is of sufficient thickness to fill those portions of the layer under 
construction which have been left unoccupied by the previous deposition/etching 

25 or masked deposition step or steps. As a result, the regions of the layer which will 
comprise the first material in the finished semiconductor device will also be 
covered by the second material and the total thickness of the first material plus the 
overlying second material will be greater than the desired thickness of the finished 
exposed layer in the wafer. In the creation of a multilayer metalization architecture 

30 using a Damascene process on the exposed surface of the wafer being processed, 
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grooves or pits are patterned on a dielectric first material, e.g., silicon dioxide. The 
outer most surfaces of the remaining dielectric first material and any overlying 
adhesion/barrier layers define a globally substantially planar first surface which 
locally bridges the grooves or pits without departing from planarity. A second 

5 globally substantially planar surface is defined by the aggregate bottoms of the 
grooves or pits similarly bridged locally for the purpose of the definition so as to 
pass through the patterned dielectric without interruption. Both the first and 
second substantially globally planar surfaces are preferably parallel to the original 
silicon wafer surfaces and to the surface of any layers of the device which may lie 

10 immediately below the layer being fabricated. The second substantially globally 
planar surface will often correspond to the surface of an immediately underlying 
layer if it is present, Optional adhesion/barrier layers, e.g., titanium nitride or 
titanium, and subsequent metal second material, e.g., copper or duminum, layers 

, . are conformally deposited into any etched or pattern areas of the wafer. The 

.iGrriiKsT ji.trnr. a rji*- ■ .,5- -j t 1, y</3 f&w* ■;>'■: 

15 exDOsed outer surface of the intermediate wafer will often then lie completely 
above the first substantially globally, planar surface as defined herein. 

Previously, the excess second material commonly has been removed by 
,' . global chemical mechanical planarization (CMP) utilizing an abrasive slurry and a 
, polishing, pad. The current invention replaces the messy slurry CMP with a 
20 relatively clean planarization process which employs a three-dimensional shaped 
abrasive article wherein the structured elements of the abrasive article comprise a 
plurality of abrasive grains within a binder. A working fluid comprising 
ingredients which chemically modify the second material or which otherwise 
facilitate the removal of the second material from the surface of the intermediate 
25 wafer under the action of the abrasive article may be used in conjunction with the 
abrasive article. 

The following non-limiting, description exemplifies the method of this 
invention. Delineation of the metal lines, pads, and vias formed by the Damascene 
process is finally obtained by a global planarization process which employs a 
30 three-dimensional abrasive article. The planarization process is accomplished by 
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contacting the exposed faces of the wafer to be planarized to a plurality of abrasive 
composites on the surface of an abrasive article of the present invention and 
relatively moving the wafer and the abrasive article while maintaining contact. A 
working fluid may be used that comprises ingredients that chemically modify the 

5 second material or which otherwise facilitate the removal of the second material 
from the surface of a first wafer material under the action of the abrasive article. 
The planarization process is continued until the exposed outer surface of the wafer 
comprises at least one area of exposed second material and one area of exposed 
first material defined herein. Failure to continue the planarization process 

1 0 sufficiently may lead to undesirable bridging of the dielectric by the conductive 
material. Continuing the planarization process too far beyond the first substantially 
globally planar surface will incur a risk of cutting one or more of the conductive 
lines. In specific cases, removal rate of the second material becomes slower or 
stops when the surface of the first material is exposed and the removal rate of the 

15 first material is' different than the removaliate of the second material. The abrasive 

" articles of the present invention are designed to produce a pfenar surface bri wafers 

comprising more than one material^ with' each material* having different removal 

" " rates. 4 The abrasive articles' of the present' f in^ to" minimally 

scratch the surface of these materials during planarization. ' 

20 The roles of the dielectric and the metal may be reversed; the first and 

second materials need not be limited to dielectrics and conductors, respectively, or 
even to at least one of dielectrics and conductors. One embodiment of the method 
of the present invention may begin with a wafer having more than two materials 
within a single layer of the finished semiconductor device; a material immediately 

25 underlying a particular region of either the first material or the second material, the 
material may be the first material, the second material,, a third material, or a 
combination of materials; a second substantially globally planar surface defined 
with respect to the outermost aggregate set of bottoms of the grooves or pits if two 
or more such sets exist at differing depths within a single layer; a surface in which 

30 the second material is not present at every point above the eventual planarized 
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surface of the final fabricated layer prior to the initiation of the planarization 
process of the method; and a base having a material other than silicon. Figure 1 
is a representative view of a patterned wafer 10 suitable for use in the process 
according to the invention. For clarity, known features such as doped regions, 
5 active devices, epitaxial layers, carrier and field oxide layers have been omitted. 
Wafer 10 has a base 11 and a plurality of topographical features, typically made 
from any appropriate material such as single crystal silicon, gallium arsenide, and 
other materials known in the art. A barrier or adhesion layer 13, typically titanium 
nitride or titanium, covers the base layer and base features. Other barrier layers 
1 0 may include tantalum, tantalum nitride, or silicon nitride. 

A metal conductor layer 14 covers the front surface of barrier layer 13 and 
base features, A variety of metal or metal alloys may be used such as aluminum, 
copper, aluminum copper alloy, tungsten, silver, or gold. The metal layer is 
•vb V typify applied by depositing; a, continuous layer of the metal, on barrier layer 13. 
15 Excess metal is then removed to form the desired pattern . of metal interconnects 15 
^ r , v> illustrated ia, f Figure f 2. ...Metal, removal provides, discrete metal interconnect 
_ : surfaces, 15 and . discrete feature surfaces 16 which preferably provides a planar 
. -surface; free of scratches or other defects which would otherwise interfere with the 
operability of the finished semiconductor device. 
20 , Apparatus 

Figure 3 schematically illustrates an apparatus for modifying wafers useful 
in the process according to the invention. Numerous variations of this machine 
and/or numerous other machines may be useful with this invention. This type of 
apparatus and numerous variations and other types of apparatus are known in the 
25 art for use with polishing pads and loose abrasive slurries. An example of a 
suitable, commercially available apparatus is a CMP (chemical mechanical 
process) machine available from IPEC/WESTECH of Phoenix, AZ. Alternative 
CMP machines are available from STRASBAUGH or SPEEDFAM. 

Apparatus 30 comprises head unit 31 connected to a motor (not shown). 
30 Chuck 32 extends from head unit 31; an example of such a chuck is a gimbal 
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chuck. The design of chuck 32 preferably accommodates different forces and 
pivots so that the abrasive article provides the desired surface finish and flatness on 
the wafer. However, the chuck may or may not allow the wafer to pivot during 
planarization. 

5 At the end of chuck 31 is wafer holder 33. Wafer holder 33 secures wafer 

34 to head unit 3 1 and also prevents the wafer from becoming dislodged during 
processing. The wafer holder is designed to accommodate the wafer and may be, 
for example, circular, oval, rectangular, square, octagonal, hexagonal, or 
pentagonal. 

10* In some instances, the wafer holder includes two parts, an optional retaining 

ring and a wafer support pad. The retaining ring may be a generally circular device 
that fits around the periphery of the semiconductor wafer. The wafer support pad 
may be fabricated from one or more elements, e.g., polyurethane foam.- - 

Wafer holder 33 extends alongside of semiconductor wafer 34 at ring 
15 — porUoH'35^ Th^ringportion (which is optional) may b£ a separate piece or may ; be 
■7 integral with-H61der- 33: ^Ih some instances, wafer hbkter 33 will riot 'extend beyond 
cirn ni waferWs^^^ In 
* v/ /' -other instances; w^ef 'Hoi^er^S does extend Beydnd'w^CT v 34'WcB thai- the wafer 
r : - -* - holder does touch dr contact the abrasive composite; in whichTcase the Wafer holder 
20 may iiifluence the characteristics of the abrasive" composite: For example, wafer 
holder 33 may "condition" the abrasive article and remove the outermost portion of 
the surface of the abrasive article during processing. 7 

The wafer holder or retaining ring may be made out of any material that 
will allow the abrasive article to impart the desired degree of modification to the 
25 wafer. Examples of suitable materials include polymeric materials. 

The speed at which wafer holder 33 rotates will depend on the particular 
apparatus, processing conditions, abrasive article, and the desired wafer 
modification criteria. In general, however, wafer holder 33' rotates between about 
2 to about 1,000 rpm, typically between about 5 to about 500 rpm, preferably 
30 between about 10 to about 300 rpm and more preferably between about 20 to about 
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1 00 rpm. If the wafer holder rotates too slowly or too fast, then the desired cut rate 
may not be achieved. 

Wafer holder 33 and/or base 42 may rotate in a circular fashion, spiral 
fashion, a non-uniform manner, elliptical fashion as a figure eight or a random 
5 motion fashion. The wafer holder or base may also oscillate or vibrate, such as by 
transmitting ultrasonic vibrations through the holder or base. 

The abrasive article for use with the currently employed 100 to 500 mm 
diameter wafers will typically have a diameter between about 10 to 200 mm, 
preferably between about 20 to 150 mm, more preferably between about 25 to 
10 100 mm. The abrasive article may rotate between about 5 to 10,000 rpm, typically 
between about 10 to 1,000, between between about 10 to 250 rpm and preferably 
between 10 rpm to 60 rpm. It is preferred that both the wafer and the abrasive 
article, rotate in the same direction.. However, the wafer and the abrasive article 
jg may also rotate in opposite directions. lC L ; < J ; v a 
3d 1 to I r.The. interfacej between ^the^wafer surface 34 and< vvafe^ holder u 33 t preferably 
bnov^d iSl^gsS^^ j-^^Il.S^^i^i^^tS&JLt:^^ 1 * r?™ 1 * 1 . -r]™**^ 3 ^™ 1 ^ ^.ensure -- Jbat : f (th^-f j cte^ed^ f^egree- of 
ni il^ -Rl^ari^tionJ^ more 
i&w ^detail telow):^hich,is pumped ttoqugh :: tubing : 38 ; intq : the interface, between wafer 
13 j : ; 0 H r surfac& and abrasive, .article 41 which is attached tp,base^42 ; , It js preferred that 
.20, . during planarization there be a consistent flow of the working liquid tqthe 
; interface between the abrasive article and the wafer surface. The liquid flow rate 
will depend in part upon the desired planarization criteria (cut rate, surface finish 
and planarity), the particular wafer construction and the exposed metal chemistry. 
The liquid flow rate typically ranges from about 10 to 1,000 milliliters/minute, 
25 preferably 10 to 500 milliliters/minute, and between about 25 to 250 
milliliters/minute. 

During the modifying process of invention, the abrasive article is typically 
secured to subpad 43 which acts as a support pad for the abrasive article. In part, 
the subpad provides both rigidity to allow the abrasive article to effectively cut the 
30 exposed wafer surface and conformability such that the abrasive article will 
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uniformly conform to the exposed wafer surface. This conformability is important 
to achieve a desired surface finish across the entire exposed wafer surface. Thus, 
the choice of the particular subpad (i.e., the physical properties of the subpad) 
should correspond to the abrasive article such that the abrasive article provides the 
5 desired wafer surface characteristics (cut rate, surface finish and planarity). 

Suitable subpads may be made from any desired material such as metal or 
polymeric foam, rubber, and plastic sheeting and the subpad may be a composite 
material. A preferred two component laminate subpad having a resilient 
polycarbonate layer and a conformable polyurethane foam layer is reported in 
10 U.S. Patent No. 5,692,950. 

The means used to attach the abrasive article to the subpad preferably holds 
the abrasive article flat and rigid during planarization. The preferred attachment 
means is a pressure r sensitive adhesive (e.g., in the form of a film or tape). Pressure 
sensitive adhesives suitable for this purpose include those based on latex crepe, 
"'15" J TOsmf acrylic 'polymers '* and copol^ and other 

■~~ • * poiyaciyiate esicisX'vti polyvinyl n-butyl ether),* alkyd : adhesives, 

^ c ^rubber SiBiesives (e!g:,^natural^bl^r; sjmthetic *fii6ber/ chlorinaW" rubber), and 
3, ^ J 'mixtures thereof.' The 'pressure sensitive adhesive is' preferably laminated or coated 
*'* * ' onto the back side of the abrasive article using conventional techniques: Another 
20 " type of pressure sensitive adhesive coating is further illustrated in U.S. Patent 
No. 5,141,790. 

The abrasive article may also be secured to the subpad usinjg a hook and 
loop type attachment system. The loop fabric may be on the back side of the 
abrasive article and the hooks on the sub pad. Alternatively, the hooks may be on 
25 the back side of the abrasive article and the loops on the subpad. Hook and loop 
type attachment systems are reported in U.S. Patent Nos. 4,609,581; 5,254,194; 
5,505,747; and PCT WO 95/19242. The use of a vacuum platen has been 
disclosed in U.S. Patent No. 5,593,344. 

The process or method of the present invention may be modified to 
30 optimize wafer modification. The abrasive article may include an optical window 
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or opening that allows an operator to look through the abrasive article and view the 
wafer adjacent the layer forming a plurality of abrasive composites. In addition, 
conventional end-point detection methods that allow monitoring of the wafer 
polishing process, such as detecting varying electrical characteristics of the 
5 substrate, varying mechanical torque or drag, or varying the noises generated 
during planarization, may be used to optimize the present method of the invention 
using abrasive articles comprising a plurality of three-dimensional abrasive, 
composites. Methods which rely upon analysis of the effluent from the polishing 
operation are also expected to work well with the fixed abrasive article. The 

1 0 absence of a large quantity of free abrasive particles in the effluent is expected to 
simplify such analysis and possibly enhance the overall effectiveness of such 
methods.. Such methods are discussed in EP 824995.^ and U.S. Patent Nos. Re. 

,,^.,,34,425;, 5,036,015; 5,069,002; ^ 

5^3^68;A605,7j50; and 5,439,551.. , llU rJi y idrA ^ ,,,,,, ^ 

Mo bra sz;Met^ WL fo ^^ 

t a*v: 2 ,rf^ P ad 38 

far* .(r*^ *^k&APM J^M^k^^ 

i M ms>w^^ ^ Mm™* the 

: abrasive articiesof ^ wafer 
;: 2;Q ; carrier: and the wafer support/atta.chment means which do not inherently depend on 
a particular abrasive surface may be used with the textured, three-dimensional 
abrasive composites of this invention. Although the abrasi ve surface of a textured, 
three-dimensional abrasive composite does not generally require routine 
conditioning, which is often employed with slurry/pad combinations, it may. 
25 advantageously be conditioned or dressed to provide a modified, superior initial 
surface or to remove accumulated deposits during or between use by any suitable 
pad conditioning method known in the art. Variations of the wafer planarization 
process which employ either a continuous belt or a supply roll of sheet pad 
material in conjunction with a slurry may also be employed by substituting a belt 
30 or roll of textured, three-dimensional abrasive composite and an appropriate 
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working fluid, as described in U.S. Patent No. 5,593,344. Polishing related art 
such as the structure of the wafer carrier and the wafer support/attachment means 
which do not inherently depend on an interaction with a particular abrasive surface 
may be used with the abrasive article comprising textured, three-dimensional 
5 abrasive composites of this invention. 
Operating Conditions 

Variables which affect the wafer processing include the selection of the 
appropriate contact pressure between the wafer surface and abrasive article, type of 
liquid medium, relative speed and relative motion between the wafer surface and 
10 the abrasive article, and the flow rate of the liquid medium. These variables are 
interdependent, and are selected based upon the individual wafer surface being 
processed. , 

In general, since there 'can be numerous process" steps for a single 

semiconductor wafer, the semiconductor fabrication industry expects that the 
15 " process will provide' a relatively high'remdval rate' of material ^The material cut 

rate should be at least-1l0i6*-Xn^e§6s i: -per minttiur^ ^4ferab)y^ ; 'ai : leak 500 
^ Angstroms per numi^ mdre^ferablyit la&'l.bbO'AnWnte'ftr minute, 'and 
/ 5 ^ ny in^^^ In&^liStes-Mrinaybe 

desira We for the cut raW to be as high 'as at least 2,000 AngstriVms perminute, and 
20 even 3,000 or 4,000 Angstroms per minute. The cut rate of the abrasive article 

may vary depending upon the machine conditions and the type of wafer surface 

being processed. 

However, although it is generally desirable to have a high cut rate, the cut 
rate must be selected such that it does not compromise the desired surface finish 
25 and/or topography of the wafer surface. 

The surface finish of the wafer may be evaluated by known methods. One 
preferred method is to measure the Rt value of the wafer surface which provides a 
measure of "roughness" and may indicate scratches or other surface defects. See, 
for example, Chapter 2, RST PLUS Technical Reference Manual, Wyko Corp., 
30 Tucson, AZ. The wafer surface is preferably modified to yield an Rt value of no 
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greater than about 4,000 Angstroms, more preferably no greater than about 2.000 
Angstroms, and even more preferably no greater than about 500 Angstroms. 

Rt is typically measured using an interferometer such as a Wyko RST 
PLUS Interferometer, purchased from Wyko Corp., or a TENCOR prof.lometer. 
5 Scratch detection may also be measured by dark field microscopy. Scratch depths 
may be measured by atomic force microscopy. Scratch and defect free surfaces are 
highly desirable. 

The interface pressure between the abrasive article and wafer surface (i.e., 
the contact pressure) is typically less than about 30 psi, preferably less than about 
10 25 psi, more preferably less than about 15 psi. It has been discovered that the 
abrasive article used in the method according to the invention provides a good cut 
rate at an exemplified interface pressure. Also, two or more processing conditions 
within, a planarization process, may, be used : For example, a first processing 
segment may. comprise , a higher interface pressure than a, second processing 

'"" toso^e ^itcatk»s,<fce woikjng lkjuid.^^copnises can 
20 be tap water, distilled water or deionized water. ; ; . 

The working liquid aids processing in combination with the abrasive article 
through a chemical mechanical polishing process. During the chemical portion of 
polishing, the working liquid may react with the outer or exposed wafer surface. 
Then during the mechanical portion of processing, the abrasive article may remove 
25 this reaction product. During the processing of metal surfaces, it is preferred that 
the working liquid is an aqueous solution which includes a chemical etchant such 
as an oxidizing material or agent. For example, chemical polishing of copper may 
occur when an oxidizing agent in the working liquid reacts with the copper to form 
a surface layer of copper oxides. The mechanical process occurs when the abrasive 
30 article removes this metal oxide from the wafer surface. Alternatively, the metal 
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may first be removed mechanically and then react with ingredients in the working 



fluid. 



10 



Other useful chemical etchants include complexing agents. These 
complexing agents may function in a manner similar to the oxidizing agents 
previously described in that the chemical interaction between the complexing agent 
and the wafer surface creates a layer which is more readily removed by the 
mechanical action of the abrasive composites. 

When a wafer comprises copper, specific copper etchants may be used as 
described in Coombs, Printed Circuits Handbook £ Fd Chemical etchants 
typically contain oxidizing agents with or without acids. Suitable chemical 
etchants include sulfuric acid; hydxogen peroxide; cupric chloride; persulfates of 
ammonium, sodium and potassium; ferric chloride; chromic-sulfuric acids- 
potassium ferricyanide; nitric acid, and- combinations thereof. Examples of 
suitable complexing agents include alkaline ammonia such as ammonium 
15 hydroxide with ammonium chloride 'arid other' ammonium salts and additives 

r--™1^^^ thereof- Numerous 

addttiv^s ^ ; or etch- rate modifiers 

Some additives are biown to provide d isotropic etch; i.e. the same etch rate or 
removal rate in all directions. ... 
!0 Suitable oxidizing, or bleaching agents that may be incorporated into a 

working fluid include transition metal complexes such as ferricyanide, ammonium 
feme EDTA, ammonium ferric citrate, ferric citrate, ammonium ferric oxalate 
cupnc citrate, cupric oxalate, cupric gluconate, cupric glycinate, cupric tartrate, and 
the hke where the complexing agent is typically a multidentate amine, carboxylic 
5 acid, or combination of the two. Numerous coordination compounds are described 
in Cotton & Wilkinson, Advanced Inorganic Chemktrv g Ed Those with 
oxidizing potentials suitable for the oxidation of copper metal and/or cuprous oxide 
could be used, such as coordination compounds including vanadium, chromium, 
manganese, cobalt, molybdenum, and tungsten. 
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ot he, suitable oxid,z,ng agents include oxo acids of the Cogens and ft* 
sate such as the alkali metal salts. These acids ace descnbed in Corton * 
' ■ ,. m f» Ed The anions of these acids 

Wilkinson, AavarsdJl^^ These halides 

wical ,y eontain halide a,o m s such as: chlorine, bromine, o, ,od.ne These a d 

5 Z hooded ,o one, two, three, o, four oxygen atoms. 

a mnriOY hvoochlorous acid (H0C1), ana me 
■a (UCtCXOiy chorous acid (HOUU), ny-p^"^ 

- — - — — chtaK ' r cwon,e ' 

and sodium hypoehlorire. Similar bromine and iodine analogs are known 

Po, plains a wafer ma, eoniarns ooppo, me preferred „x,,mg age* 
„ • , de nil acid hydrogen peroxide, and potassium femoyan.de. Other smtable 

n f ronner Tin and Their Alloys , (1971). ine 
i pidheiser "P- ^™™sion of Topper, nn. a. • .- ■ 

.„» !i hywr : i g h.t, F .efor*ly0.02to4(»,hyweigbt, , 
' I^nofcomp^ 

amrrnm.^iW?? S°™&»t» • ^- -..^J of cooner metal or copper 

r fa n-riir rnrH'™""" Che mistry, voi- a,,,?* ■ .„, : r. r 

he add d ,0 the working liquid tnolude multidentate complextng agents, 1^ 
jZ. amines, and multidentale oarhoxyhc acids. Smtable muhtdenu* 
2$ lines hnelude ethy.enedtamine, diamine, «*™^ 
eombmalions thereof. Suitable multidentate cartoxyhc acds andfor men sal, 

Le ciuic acid, tartario acid, oxaho .old, glueonic aoid, nihiloacer.c a ,d 
:l«ons thereof. Conrbinatrons of me two monode^te and po ^ 
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chelating agents such as EDTA-ethylenediaminetetraacetic acid and its numerous 
analogs. 

Additional chelators include: polyphosphates, 1,3-diketones, 
aminoalcohols, aromatic heterocyclic bases, phenols, aminophenols, oximes, Schiff 
5 bases, and sulfur compounds. 

Similarly for processing a wafer that contains copper, the preferred 
complexing agents are ammonium hydroxide and ammonium carbonate. The 
concentration of the complexing agent in deionized water is typically from about 
0.01 to 50% by weight, preferably 0.02 to 40% by weight. Complexing agents 
10 may be combined with oxidizing agents. Other suitable complexing agents are 
listed in West et al., Copper and Its Allovs. (1982), and in Leidheiser, The 
Corrosion of Cooper. Tin, and Their Alloys. (1971). " 

Copper and its alloys are used in many environments and applications 
because of their excellent corrosion resistance. The nature "of the' copper surface in 
15 cohtacVwitfi 'a solution is* 'related "to~ the' pH v of "M? ^ludd^as ^llf' as the 
electrochemical potential of the copper At low pH, and at high pH, copper tends 

*to°c^^ ^&l?ghtly^ by 

/i^toxo .Qiuwnx-n n:ofr s T *rr « ]>• v- 'tr*< ...... v . . t 

copper oxide coating(s): these coatings can be cuprous 'oxide lis welFas cupric 

oxide. To those well acquainted to the art of abrasive surface* tnsatmenOtie nature 

20 of the surface, i.e.', nietal or metal oxide, can have a significant effect on the action 

of the abrasive. Thus, the pH of the polishing solution can be important, as well as 

additives which can act as corrosion inhibitors and/or passiyating agents. 

Buffers may be added to the working liquid to control the pH and thus 

mitigate pH changes from minor dilution from rinse water and/or difference in the 

25 pH of the deionized water depending on the source. As mentioned above, the pH 

can have a significant effect on the nature of the copper surface, and the copper 

removal rate. The most preferred buffers are compatible with semiconductor, post- 

CMP cleaning needs as well as having reduced potential impurities such as alkali 

metals. In addition, the most preferred buffers can be adjusted to span the pH 

30 range from acidic to near-neutral to basic. Polyprotic acids act as buffers, and 
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when fully or partially neutralized with ammonium hydroxide to make ammonium 
salts, they are preferred representative examples including systems of phosphoric 
acid-ammonium phosphate; polyphosphoric acid-ammonium polyphosphate; the 
boric acid-ammonium tetraborate; boric acid-ammonium pentaborate. 
5 Other tri- and polyprotic protolytes and their salts, especially ammonium 

salts are preferred. These may include ammonium ion buffer systems based on the 
following protolytes, all of which have at least one pKa greater than 7: aspartic 
acid, glutamic acid, histidine, lysine, arginine, ornithine, cysteine, tyrosine, and 
carnosine. 

10 Corrosion inhibitors for metals are well known, especially for steel and 

galvanized steel. Corrosion inhibitors for copper are often not covered in the 
general texts on corrosion inhibitors, but comprise a more specialized technology. 
The best known and most widely used inhibitors for copper are benzotriazole and 
r : ^hs derivatives known, as azole derivatives, such as tolyltriazole. Copper is known 
jpZ to be' i-^i^^,^^^ especiaUy at s neural, or mildly 
;alkaline !p H,;^,a^dition, phosphates are kn^wn fcffi^f^i^ ** 

surface m^^.cp^^, ** .g^JP^jg* q&f**g"^ 
removal by an etchant. or control how much oxidizing agent reacts with the 
20 exposed metal surface. An example of a passivating agent is benzotriazole. Other 
passivating agents are listed in Leidheiser, The Corrosion of Copper, Tin, and 
Their Alloys , (1971), pp. 119-123. The amount and type of passivating agent will 
depend in part of the desired planarization criteria (cut rate, surface finish and 
planarity) The working liquid may also contain additives such as surfactants, 
25 wetting agents, buffers, rust inhibitors, lubricants, soaps, and the like. These 
additives are chosen to provide the desired benefit without damaging the 
underlying semiconductor wafer surface. A lubricant, for example, may be 
included in the working liquid for the purpose of reducing' friction between the 
abrasive article and the semiconductor wafer surface during planarization. 
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Inorganic particulates may also be included in the working liquid. These 
inorganic particulates may aid in the cut rate. Examples of such inorganic 
particulates include: silica, zirconia, calcium carbonate, chromia, ceria, cerium salts 
(e.g., cerium nitrate), garnet, silicates and titanium dioxide. The average particle 
5 size of these inorganic particulates should be less than about 1,000 Angstroms, 
preferably less than about 500 Angstroms and more preferably less than about 
250 Angstroms. 

Although particulates may be added to the working liquid, the preferred 
working liquid is substantially free of inorganic particulates, e.g., loose abrasive 
1 0 particles which are not associated with the abrasive article. Preferably, the working 
liquid contains less than 1% by weight, preferably less than 0.1% by weight and 
. more preferably 0% by weight inorganic particulates. 

One suitable working liquid comprises a chelating * agent, an oxidizing 
agent, an ionic buffer, and 4 a paissivating agent: Such' a working liquid may 
15 comprise by weight percent: j 3.3%' 'Hydrogen peroxide; 1 93.1%- water, 3.0% 
(NH 4 ) 2 HP0 4 , 0.5% ; (NH 4 ) 3 lEitrate and 0.1%- l'-H-behzotriazoier^ Typically, the 
solution is used for polishing copper wafers. AnotH^P r surtabl^wofkihg liquid 
comprises 'an oxidizing agent,' an acid, Ji arid a'p^sivatihg^ a working 

solution may comprise by ^weight percent: 15.0% hydrogen peroxide, 0.425% 
20 phosphoric acid, 0.2% 1 -H-benzotriazole, with the remaining percent being water.* 
The amount of the working liquid is preferably sufficient to aid in the 
removal of metal or metal oxide deposits from the surface. In many instances, 
there is sufficient liquid from the basic working liquid and/or the chemical etchant. 
However, in some instances it is preferred to have a second liquid present at the 
25 planarization interface in addition to the first working liquid. This second liquid 
may be the same as the liquid from the first liquid, or it may be different. 
Abrasive Article 

The abrasive article is preferably long lasting, e.g.*, the abrasive article 
should be able to complete at least two, preferably at least 5, more preferably at 
30 least 20, and most preferably at least 30, different wafers. The abrasive article 
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should preferably provide a good cut rate. Additionally, the abrasive article is 
preferably capable of yielding a semiconductor wafer having an acceptable 
flatness, surface finish and minimal dishing. The materials, desired texture, and 
process used to make the abrasive article all influence whether or not these criteria 
5 are met. 

In general, the abrasive article may contain a backing. Abrasive particles 
are dispersed in a binder to form textured and three-dimensional abrasive 
composites which are fixed, adhered, or bonded to a backing. Optionally, the 
abrasive article does not have to have a separate backing. 
10 In the abrasive articles used in the inventive methods described herein, the 

abrasive composites are "three-dimensional" such that there are numerous abrasive 
particles throughout at least a portion of the thickness of the abrasive article. 

The abrasive article also has a "texture" associated with it, i.e., it is a 
r "textured" abrasive . article. This can be. seen with reference to the abrasive articles 
t l>5 r illustrated^ in- Figure, 4, ^d.^descnhed above, in which the pyramid-shaped 
v I composites t are the raised ^portions and^in which the valleys between the pyramids 
•b&pil p^rc^§se^portions. A ^ r j^ ^ qqoo ^fj^ru ,:\ noiwlok 

i^/'ih'-y/j ii rf . ;The recessed .portions .may^act. as .channels to help distribute, the r working 
;,,t>3 • i ^liquid over the entire wafer surface. The recessed portions may also act as 
20. v channels to help remove the; worn abrasive particles and other debris from the 
wafer and abrasive article interface;. The recessed portions may also prevent the 
phenomenon known in the art as "stiction". If the abrasive composite is smooth 
rather than textured, an abrasive article tends to stick to or become lodged against 
the wafer surface. Finally, the recessed portions allow a higher unit pressure on the 
25 raised portions of the abrasive article and, thus help to expunge expelled abrasive 
particles from the abrasive surface and expose new abrasive particles. 

The abrasive article of the invention may be circular in shape, e.g., in the 
form of an abrasive disc. The outer edges of the circular abrasive disc are 
preferably smooth or, alternatively, may be scalloped. The abrasive article may 
30 also be in the form of an oval or of any polygonal shape such as triangular, square, 
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rectangular, and the like. Alternatively, the abrasive article may be in the form of a 
belt in another embodiment. The abrasive article may be provided in the form of a 
roll, typically referred to in the abrasive art as abrasive tape rolls. In general, the 
abrasive tape rolls will be indexed during the modification process. The abrasive 
5 article may be perforated to provide openings through the abrasive coating and/or 
the backing to permit the passage of the liquid medium before, during or after use. 
Backing 

The abrasive article may include a backing. It is preferred that the backing 
be very uniform in thickness. If the backing is not sufficiently uniform in 
10 thickness, a greater variability in the wafer uniformity may result. A variety of 
backing materials are suitable for this purpose, including both flexible backings 
and backings that are more rigid. Examples of flexible abrasive backings include 
polymeric film,- primed polymeric film, metal foil, cloth,- paper, vulcanized fiber, 
* nonwovens and treated versions'thereof and combinations thereof. ^ One preferred 
-15 >type^f .backing' is a polymeric filing Examples ; of such- films? include jwlyester 
- f'J t ^ films^lyester^ microvoided'^lyesto^ 
forces ffifms^poty alcohol films? pdlyprdpyle^ 

film, and mA\W. ?H& tKickiie*ss ! 6f : the *p6lyineric r film backing geheraily ranges 
between about 20 to 1,000 micrometers, preferably between' 50 to 500 micrometers 
20 and more preferably between "60 to 200 micrometers;- tti. 

There should also be good adhesion between the polymeric film backing 
and the binder. In many instances, abrasive composite coated surface of polymeric 
film backing is primed to improve adhesion. The primer may involve surface 
alteration or application of a chemical-type primer. Examples of surface alterations 
25 include corona treatment, UV treatment, electron beam treatment, flame treatment 
and scuffing to increase the surface area. Examples of chemical-type primers 
include polyvinylidene chlorides and ethylene acrylic acid copolymers reported in 
U.S. Patent No. 3,188,265; colloidal dispersions reported in U.S. Patent No. 
4,906,523; and aziridine-type materials reported in U.S. Patent No. 4,749,617. 
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Suitable alternative backings include an embossed polymeric film (e.g., a 
polyester, polyurethane, polycarbonate, polyamide, polypropylene, or polyethylene 
film) or embossed cellulosic backing (e.g., paper or other nonwoven celluiosic 
material). The embossed backing may also be laminated to a non-embossed 
5 material to form the backing. The embossed pattern can be any texture. For 
example, the pattern can be in the form of frustums of spheres, pyramids, truncated 
pyramids, cones, cubes, blocks, rods, and the like. The pattern may also be 
hexagonal arrays, ridges, or lattices. It is also possible to have ridges made of 
geometric shapes such as prisms. 
10 Another alternative backing may also be a foamed backing, e.g., a 

polymeric foam such as a polyurethane foam. It is within the scope of this 
invention to apply the abrasive composite directly to the front surface of the 
, V ) . subpad.. Thus, the abrasive composite is directly bonded to the subpad,, 
i.* 7 7i**'»' v ,:rO A pressure sensitive adhesive can be laminated to the nonabrasive. side of 
v A$$.y h Ae^backmg. ;Y1 The pressure sensitive adhesive. can, be ..coated directly onto the back 
g^jj^^^surf^c^iof ^ 9 ^^g^ u ^ta^tiyely; f the pressure, seiwitiye-adhesiyerlCOT be a 
$f?»fvdi^ surfacecof $5 .^l^gi y In : ,anpther aspect 

ofjth§ r inyentiqn t afo .cnhl 
r t ; e . : Abrasi ve Particles .. , . . — »f>t - z \ :t1 - K /y : i , : >: . > , u -<- ■ ■ ;V ; : -;-<< 

20 The abrasive composites comprise abrasive particles and a binder. The 

. binder fixes abrasive particles to an abrasive : article so that during the wafer 
. modification process, the abrasive particles do not readily disassociate from the 
abrasive article. The abrasive particles may be homogeneously dispersed in the 
binder or alternatively the abrasive particles may be non-homogeneously dispersed. 
25 The term "dispersed" refers to the abrasive particles being distributed throughout 
the binder.. It is generally preferred that the abrasive particles be homogeneously 
dispersed so that the resulting abrasive coating provides a more consistent 
modification process. 

For modifying or refining wafer surfaces, fine abrasive particles are 
30 preferred. The average particle size of the abrasive particles may range from about 
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0.001 to 50 micrometers, typically between 0.01 to 10 micrometers. It is preferred 
that the average particle is less than about 5 micrometers, more preferably less than 
about 3 micrometers. In some instances the average particle is about 
0.5 micrometers or even about 0.3 micrometers. The particle size of the abrasive 
5 particle is typically measured by the longest dimension of the abrasive particle. In 
almost all cases there will be a range or distribution of particle sizes. In some 
instances it is preferred that the particle size distribution be tightly controlled such 
that the resulting abrasive article provides a very consistent surface finish on the 
wafer. The abrasive particles may also be present in the form of an abrasive 

10 agglomerate. The abrasive particles in the agglomerate may be held together by an 
agglomerate binder. Alternatively, the abrasive particles may bond together by 
inter particle attraction forces. 

Examples of suitable abrasive particles include fused aluminum oxide, heat 
treated aluminum oxide, white fused aluminum oxide, porous aluminas'; transition 

15 ' aluminas, zircohia, tin oxide, ceria, fused alumina zirconia, of alumina-based sol 
' :w gel derived abrasive patrticles. The alumina abrasive particle may contain a metal 
urt oAide modifier!" ExamplWof alumina-base'd sol g£rderived abrasive 'particles can 
^^Obfe'-fbund-'in^U^S: Patent Nos? 4,3 14;827; '4^23, 3 64;'* 4,744,802; 4,770*,671; and 
4,881,951. ' ' ; ' ' 

20 * For wafer surfaces that contain aluminum, the preferred abrasive particles 

are alpha alumina, chi alumina, and other transition aluminas. For semiconductor 
wafers that contain copper, the preferred abrasive particles are alpha alumina. The 
alpha alumina abrasive particles can be fused aluminum oxide abrasive particles. 
A preferred form of fine alpha alumina particles is fine alpha alumina particles 

25 having internal porosity. Porous alumina particles are typically formed by heating 
a porous transition alumina particle for a brief period of time at a temperature at 
which it will convert to the alpha form. This alpha alumina transformation always 
involves a significant decrease in surface area, but if the alpha alumina particles are 
exposed to the conversion temperature for a brief period of time, the resulting 

30 particles will contain internal porosity. The pores or voids in these particles are 
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much coarser than those in the transition alumina particles. Whereas in the case of 
transition aluminas the pore diameters are in the range of about 1 to about 30 nm, 
the pores in the porous alpha alumina particles are in the range of about 40 to about 
200 nm. The time required for this conversion to alpha alumina will depend on the 
5 purity of the alumina, and the particle size and crystallinity of the transition 
alumina. In general, the transition alumina is heated in the temperature range of 
1,000 to 1400°C for tens of seconds to minutes. An explanation of this 
transformation process is reported by Wefers et al. f Oxides and Hydroxides of 
Aluminum (1987), published by Alcoa Company of America. A commercial 
10 source of alpha alumina abrasive particles less than one micrometer is 
commercially available from Praxair Surface Technologies of Indianapolis, IN. 
The chi alumina particles can be a porous chi alumina particle that is formed by 
calcining an alumina hydrate such as alumina trihydrate., A commercial source of 
alumina trihydrate abrasive particles is Huber Engineered Minerals, Norcross, GA. 
. 15 b „ ,Ceria ; ,abrasiye particles, may be ptpchasejd £pm, 3 Rhpn£ .Podenc^ L Steltoiu CT; 
. Transelco, New. York; Fujimi, Japan5;M©lycoro,,FMifieW,,N^ American Rar Ox, 
Ghaveton City ; MA^and Nanoph^se,3urr f Ridge, ,IL. Y vSowees.for^alumina are 
b - n . ; rAlcan Chemical?,^ AlcMcAluminum. C^)(^^n, 3 gley^and^ ? OH . and d Condea 
Chemie GMBH, Hamburg, Germany. The ceria abrasive particles may either be 
20:.. essentially free of modifiers or dopants (e.g., other metal oxides) or may contain 
modifiers and/or dopants (e.g., other metal oxides).. In some instances, these metal 
oxides may react with ceria. It is also feasible to use ceria with a combination of 
two or more metal oxide modifiers. These metal oxides may react with the ceria to 
form reaction products. 
25 The abrasive article may also contain a mixture of two or more different 

types of abrasive particles. The abrasive particles may be of different hardnesses. 
In the mixture of two or more different abrasive particles, the individual abrasive 
particles may have the same average particle size, or may have a different average 
particle size. 
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In some instances it is preferred to modify or treat the surface of the 
abrasive particles with an additive. These additives may improve the dispersibility 
of the abrasive particles in the binder precursor and/or improve the adhesion to the 
binder precursor and/or the binder. Abrasive particle treatment may also alter and 
5 improve the cutting characteristics of the treated abrasive particles. Further 
treatment may also substantially lower the viscosity of the binder 
precursor/abrasive article slurry. The lower viscosity also permits higher 
percentages of abrasive particles to be incorporated into an abrasive slurry formed 
of a binder precursor and abrasive particles. Another potential advantage of a 

10 surface treatment is to minimize the agglomeration of the abrasive particles. 
Examples of suitable surface modification additives include wetting agents 
(sometimes referred to as surfactants) and coupling agents. A coupling agent may 
provide an association bridge between the binder and the abrasive particles. 
Examples of suitable coupling' agents ' include silanes, titanates, and 

1 5 zircoalumnates. 4 Examples "of commercially" avilable Coupling agents 1 include 

"A174" and "A1230" from OSI Specialties,' Inc.;* Danbury^T: jr StilP another 

rum zteim. on- ."hisA nor A ^Irr-i «rftV ^-r n *>~ , .? . f 

{ example^ of "such a coupling agent for ceria afenwi^'^bles^^^Sopropyl 

tnisosteroy^titamte^ Examples of com^ 1 1 1 

avaHable from Byk'Chemie; tydM0fc'CT'iM FP4 available from ICI America 

20 Inc., Wilmington, DE. There are various means to incorporate these surface 
treatments into the abrasive article. For example, the surface 'treatment agent may 
be added directly to the abrasive slurry during the manufacture of the abrasive 
article. In yet another mode, the surface treatment agent may be applied to the 
surface of the abrasive particles prior to being incorporated into the abrasive slurry. 

25 Filler Particles 

The abrasive composite may optionally contain filler particles. The filler 
may alter the credibility of the abrasive composite. In some instances with the 
appropriate filler and amount, the filler may decrease the erodibility of the abrasive 
composite. Conversely, in some instances with the appropriate filler and amount, 

30 the filler may increase the erodibility of the abrasive composite. Fillers may also 
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be selected to reduce cost of the abrasive composite, alter the rheology of the 
slurry, and/or to alter the abrading characteristics of the abrasive composite. Fillers 
are typically selected so as not to deleteriously affect the desired modification 
criteria. Examples of useful fillers for this invention include alumina trihydrates, 

5 magnesium silicate, thermoplastic particles and thermoset particles. Other 
miscellaneous fillers include inorganic salts, sulfur, organic sulfur compounds, 
graphite, boron nitride, and metallic sulfides. These examples of fillers are meant 
to be a representative showing of some useful fillers, and are not meant to 
encompass all useful fillers. In some instances, it is preferable to use a blend of 

10 two or more different particle sizes of filler. The filler may be equant or acicular. 
Fillers may be provided with a surface treatment as described above for abrasive 
particles. The fillers should not cause excessive scratching of the exposed surfaces. 

Binders ... ... ,. - ■ ...... 

. .The exposed wafer surface of a semiconductor is modified with an abrasive 
,15 article that "contains a plurality of abrasive particles dispersed in a binder. The 
, particular chemistry. of the binder is important.to.the perTormMce..ofthe„abrasive 
article For example if the binder is "too hard" the resulting abrasive article may 

'.if the binder isApo soft", the resulting abrasive articte may, not provide a sufficient 
. 20 metal cut rate during the modification process or may.have poor article durability. 
Thus> the binder is selected to provide the desired characteristics of the abrasive 
article. 

The preferred binders are free radical curable binder precursors. These 
binders are capable of polymerizing rapidly upon exposures to thermal energy or 
25 radiation energy. One preferred subset of free radical curable binder precursors 
include ethylenically unsaturated binder precursors. Examples of such 
ethylenically unsaturated binder precursors include aminoplast monomers or 
oligomers having pendant alpha, beta unsaturated carbonyl groups, ethylenically 
unsaturated monomers or oligomers, acrylated isocyanurate monomers, acrylated 
30 urethane oligomers, acrylated epoxy monomers or oligomers, ethylenically 

-32- 



WO 98/49723 



PCT/US98/08693 



unsaturated monomers or diluents, acrylate dispersions, and mixtures thereof. The 
term acrylate includes both acrylates and methacrylates. 

The binders for the abrasive articles of this invention are preferably formed 
from an organic binder precursor. The binder precursor preferably is capable of 
5 flowing sufficiently so as to be coatable, and then solidifying. Solidification may 
be achieved by curing (e.g., polymerizing and/or crosslinking) and/or by drying 
(e.g., driving off a liquid), or simply upon cooling. The binder precursor may be 
an organic solvent-borne, a water-borne, or a 100% solids (i.e., a substantially 
solvent-free) composition. Both thermoplastic and thermosetting polymers or 
10 materials, as well as combinations thereof, may be used as the binder precursor. 

In many instances, the abrasive composite is formed from a slurry of a 
mixture of abrasive particles and a binder precursor. The abrasive composite may 
comprise by weight between about 1 part abrasive particles to 95 parts abrasive 
particles and 5 parts binder to 99 parts binder. Preferably the abrasive composite 
Hi " comprises about 30 to 85 parts abrasive particles and about 15 to 70 parts binder. 
■ ••' • Likewise the abrasive composite may comprise based' upon volume of abrasive 
»^>mp^ 0 8 parts, binder 

-•imhils precursor? tW^^W^.^^^^^^ particles and binder 
- precursor; and does riot include the volume contribution of the backing or optional 

' 20 fillers or additives. 

The binder precursor is preferably a , curable organic material (i.e., a 
polymer or material capable of polymerizing and/or crosslinking upon exposure to 
heat and/or other sources of energy, such as e-beam, ultraviolet, visible, etc., or 
with time upon the addition of a chemical catalyst, moisture, or other agent which 
25 cause the polymer to cure or polymerize). Binder precursor examples include 
epoxy polymers, amino polymers or aminoplast polymers such as alkylated 
urea-formaldehyde polymers, melamine-formaldehyde polymers, and alkylated 
benzoguanamine-formaldehyde polymer, acrylate polymers including acrylates and 
methacrylates such as vinyl acrylates, acrylated epoxies, acrylated urethanes, 
30 acrylated polyesters, acrylated polyethers, vinyl ethers, acrylated oils, and acrylated 
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silicones, aikyd polymers such as urethane alkyd polymers, polyester polymers, 
reactive urethane polymers, phenolic polymers such as resole and novolac 
polymers, phenolic/latex polymers, epoxy polymers such as bisphenol epoxy 
polymers, isocyanates, isocyanurates, polysiloxane polymers including 
5 alkylalkoxysilane polymers, or reactive vinyl polymers. The polymers may be in 
the form of monomers, oligomers, polymers, or combinations thereof. 

The preferred aminoplast binder precursors have at least one pendant alpha, 
beta-unsaturated carbonyl group per molecule or oligomer. These polymer 
materials are further described in U.S. Patent Nos. 4,903,440 (Larson et al.) and 
10 5,236,472 (Kirk etal.). 

Ethylenically unsaturated binder precursors include both monomeric and 
. polymeric compounds that contain atoms of carbon, hydrogen and oxygen, and 
.... .optionally, nitrogen and the halogens.. Oxygen or nitrogen atoms, or both are 
t or,., generally present in ether, ester,, urethane, amide, and urea groups. The 
■Mo ..ethylenically , unsaturated; monomers,. may,, b e<j .monofiinctiqnal,.,..difunctional, 
T<ts*.)a trifun(^onaj,t^trafunctiona{ ^ both acrylate 

fo,id fci and ip«^l%^M9^^^vri^l§ e%lenica|ly a umatoated^ 
bnid b are preferably., esters.. made, from , toe .reaction of compounds containing aliphatic 
nomj monohydroxy groups or aliphatic polyhydroxy groups and unsaturated carboxylic 
20 acids, such as acrylic acid, methacrylic acid, itaconic acid, crotonic acid, 
isocrotonic acid, or maleic acid. . Representative examples of ethylenically 
unsaturated monomers include methyl methacrylate, ethyl methacrylate, styrene, 
divinylbenzene, hydroxy ethyl acrylate, hydroxy ethyl methacrylate, hydroxy 
propyl acrylate, hydroxy propyl methacrylate, hydroxy butyl acrylate, hydroxy 
25 butyl methacrylate, lauryl acrylate, octyl acrylate, caprolactone acrylate, 
caprolactone methacrylate, tetrahydrofurfuryl methacrylate, cyclohexyl acrylate, 
stearyl acrylate, 2-phenoxyethyl acrylate, isooctyl acrylate, isobornyl acrylate, 
isodecyl acrylate, polyethylene glycol monoacrylate, polypropylene glycol 
monoacrylate, vinyl toluene, ethylene glycol diacrylate, polyethylene glycol 
30 diacrylate, ethylene glycol dimethacrylate, hexanediol diacrylate, Methylene glycol 
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d.acry.ate, 2 (2-e,hoxyethoxy) ethyl acrylate, propoxylated trimethylo. propane 
tnacrylate, trimethylolpropane triacrylate, glycerol triacrylate, pentaerthyitol 
triacrylate, pentaerythritol trimethacry.ate, pentaerythritol tetraacrylate and 
pentaerythritol tetramethacrylate. Other ethylenically unsaturated materials 
5 .nclude monoailyl, polyallyl, or polymethallyl esters and amides of carboxylic 
acids, such as diallyl phthaJate, diallyl adipate, or N.N-diallyladipamide. Still other 
nitrogen containing ethylenically unsaturated monomers include tris(2-acryl- 
oxyethyOisocyanurate, l,3,5-tri(2-methyacryl 0 xyethyl>s-triazine, acrylamide, 
methylacrylamide, N-methyl-acrylamide, N,N-dimethylacrylamide, N-vinyl- 
10 pyrrolidone, or N-vinyl-piperidone. 

A preferred binder precursor contains a blend of two or more acrylate 
monomers. For example, the binder precursor may be a blend of Afunctional 
acrylate: and a monofunctional acrylate monomers. ' An example of one binder 
precursor is a blend of propoxylated trimethylo! "prbp^ 1 tri^ylkte and 

and monofunctional acrylate polymer* may rang* fi^'^fp^^Ibout 90 

- aciyrate; /J - 00 vsn ^x<u^jn vjbni6 isdtO 

, * to formulate » bmd^^^r^ of an 

20 ' - -acrylate ahd'an ejibxy polymery e -.g'j as described^ U^bktent N 0 . : 4,751,138 
(Tumey et al.). ' : '"• .; 

Other binder precursors include isocyanurate derivatives having at least one 
pendant acrylate group and isocyanate derivatives having at least one pendant 
acrylate group are further described in U.S. Patent No. 4,652,274 (Boettcher et al.). 
The preferred isocyanurate material is a triacrylate of tris(hydroxy ethyl) 
isocyanurate. 

Still other binder precursors include diacrylate urethane esters as well as 
polyacrylate or poly methacrylate urethane esters of hydroxy terminated isocyanate 
extended polyesters or polyethers. Examples of commercially available acrylated 
30 urethanes include those under the tradename "UVITHANE 782", available from 
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Morton Chemical; "CMD 6600", "CMD 8400", and "CMD 8805", available from 
UCB Radcure Specialties, Smyrna, GA; "PHOTOMER" resins (e.g., PHOTOMER 
6010) from Henkel Corp., Hoboken, NJ; "EBECRYL 220" (hexafunctional 
aromatic urethane acrylate), "EBECRYL 284" (aliphatic urethane diacrylate of 

5 1200 diluted with 1,6-hexanediol diacrylate), "EBECRYL 4827" (aromatic 
urethane diacrylate), "EBECRYL 4830" (aliphatic urethane diacrylate diluted with 
tetraethylene glycol diacrylate), "EBECRYL 6602" (Afunctional aromatic 
urethane acrylate diluted with trimethylolpropane ethoxy triacrylate), "EBECRYL 
840" (aliphatic urethane diacrylate), and "EBECRYL 8402" (aliphatic urethane 

10 diacrylate) from UCB Radcure Specialties; and "SARTOMER" resins (e.g., 
SARTOMER 9635, 9645, 9655, 963-B80, 966-A80, CN980M50, etc.) from 

Sartomer Co., Exton, PA. ' . :•■<'. 

Yet other binder precursors mclude.^iacrylate ^oxy esters as well as 
" polyacrylate or pdy. methacrylat^epo^ester such as the diacrylate esters of 
% bisphenol A,, epoxy polymer.. Examples , of. commercially.,,^^ .acrylated 

0<? moQu^a rasa i iw>' * ' • •• 

t . • XMr^700",^ailaUefi^ 

i—ono^ ^^ ^ ^ ^ acrylated po^polymers. 

. Acrylated .polyesters, are ^^A^ » ^ 

U 20 'aciialiptoticdiol-basedpoly^ 

polyesters include those known by the trade designations "PHOTOMER 5007" 
(hexafunctional acrylate), and "PHOTOMER 5018" (tetrafunctional tetracrylate) 
from Henkel Corp.; and "EBECRYL 80" (tetrafunctional modified polyester 
acrylate), "EBECRYL 450" (fatty acid modified polyester hexaacrylate) and 
25 "EBECRYL 830" (hexafunctional polyester acrylate) from UCB Radcure 
Specialties. 

Another preferred binder precursor is a blend of ethylenically unsaturated 
oligomer and monomers. For example the binder precursor may comprise a blend 
of an acrylate functional urethane oligomer and one or more monoftinctional 
30 acrylate monomers. This acrylate monomer may be a pentafunctional acrylate, 
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tetrafunctional acrylate, trifunctional acrylate, difunctional acrylate, 
monofunctional acrylate polymer, or combinations thereof. 

The binder precursor may also be an acrylate dispersion like that described 
in U.S. Patent No. 5,378,252 (Follensbee). 
5 In addition to thermosetting binders, thermoplastic binders may also be 

used. Examples of suitable thermoplastic binders include polyamides, 
polyethylene, polypropylene, polyesters, polyurethanes, polyetherimide, 
polysulfone, polystyrene, acrylonitrile-butadiene-styrene block copolymer, styrene- 
butadiene-styrene block copolymers, styrene-isoprene-styrene block copolymers, 

1 0 acetal polymers, polyvinyl chloride and combinations thereof. 

Water-soluble binder precursors optionally blended with a thermosetting 
resin may be used. Examples of water-soluble binder precursors include polyvinyl 
alcohol, hide glue, or water-soluble cellulose ethers such as hydroxypropylmethyl 
cellulose, methyl cellulose or hydroxyethylmethyl cellulose/ These binders are 

15 reported in U.Sl Patent No. 4,255;i6^ : (Butkze et^:)? r < r i ^^Z^^u- 

■ . * i J ^-j^g abrasive composites may optionally include a plasticizer; in general, 
the addition of the plastici^r-wiifincrwyj (lie 'en&ibili^ 
' "arid soften the* overall bihdef composition. iW sortie in^tances^the plasticizer will 
act as a diluent for the binder precursor.' The plasticizer is preferably compatible 

20 with the binder to minimize phase separation; Examples of suitable plasticizers 
include polyethylene glycol, polyvinyl chloride, dibutyl phthalate, alkyl benzyl 
phthalate, polyvinyl acetate, polyvinyl alcohol, cellulose esters, silicone oils, 
adipate and sebacate esters, polyols, polyols derivatives, t-butylphenyl diphenyl 
phosphate, tricresyl phosphate, castor oil, or combinations thereof. Phthalate 

25 derivatives are one type of preferred plasticizers. 

In the case of binder precursors containing ethylenically unsaturated 
monomers and oligomers, polymerization initiators may be used. Examples 
include organic peroxides, azo compounds, quinones, nitroso compounds, acyl 
halides, hydrazones, mercapto compounds, pyrylium compounds, imidazoles, 

30 chlorotriazines, benzoin, benzoin alkyl ethers, diketones, phenones, or mixtures 
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thereof. Examples of suitable commercially available, ultraviolet-activated 
photoinitiators have tradenames such as "IRGACURE 651" and "IRGACURE 
184", commercially available from the Ciba Geigy Company and "DAROCUR 
1173", commercially available from Merck. Another visible light-activated 

5 photoinitiator has the trade name "IRGACURE 369", commercially available from 
Ciba Geigy Company. Examples of suitable visible light-activated initiators are 
reported in U.S. Patent No. 4,735,632. 

A suitable initiator system may include a photosensitizer. Representative 
photosensitizer may have carbonyl groups or tertiary amino groups or mixtures 

10 thereof. Preferred photosensitizers having carbonyl groups are benzophenone, 
acetophenone, benzil, benzaldehyde, o-chlorobenzaldehyde, xanthone, 
thioxanthone, ( 9,10-anthraquinone, or other : aromatic ketones. Preferred 
., j photosensitizers ( having , ; tertiary ; amines ,are y metliyldiethanolamine, 
ethyldiethanolamine, r) : . triethanolamine,,, : , phenylmethylreAanolamine, or 

1 5 dimethy laminoethylbenzoate.^^ . jCommercially ^ available, , photosemitizers include 

[fat T ^ t ; ; ^ 8 :.. In : general,.the mnountof phptoseMiti^prphotoiniti^ may vary 

- . rr . ;vr?r from about 0,01 to 10% by weight, more preferably ; from 0.25 to 4.0% by weight 
20 . of the components of the binder precursor. . 

Additionally, it is preferred to, disperse (preferably uniformly) the initiator 
in the binder precursor before addition of any particulate material, such as the 
abrasive particles and/or filler particles. 

In general, it is preferred that the binder precursor be exposed to radiation 
25 energy, preferably ultraviolet light or visible light, to cure or polymerize the binder 
precursor. In some instances, certain abrasive particles and/or certain additives 
will absorb ultraviolet and visible light, which may hinder proper cure of the binder 
precursor. This occurs, for example, with ceria abrasive particles. The use of 
phosphate containing photoinitiators, in particular acylphosphine oxide containing 
30 photoinitiators, may minimize this problem. An example of such an acylphosphate 
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oxide is 2,4,6-trimethylbenzoyldiphenylphosphine oxide, which is commercially 
available from BASF Corporation under the trade designation "LR8893". Other 
examples of commercially available acylphosphine oxides include "DAROCUR 
4263" and "DAROCUR 4265", commercially available from Merck. 
5 Cationic initiators may be used to initiate polymerization when the binder is 

based upon an epoxy or vinyl ether. Examples of cationic initiators include salts of 
onium cations, such as arylsulfonium salts, as well as organometallic salts such as 
ion arene systems. Other examples are reported in U.S. Patent Nos. 4,751,138 
(Tumey et al.); 5,256,170 (Harmer et al.); 4,985,340 (Palazotto); and 4,950,696. 
10 Dual-cure and hybrid-cure photoinitiator systems may also be used. In 

dual-cure photoinitiator systems, curing or polymerization occurs in two separate 
stages, via either the same or different reaction mechanisms; In hybrid-cure 
• photoinitiator systems, two curing mechanisms occur at the same time upon 
exposure to ultraviolet/visible or e-beam radiation. r| - • 1 - v 
■jSkitifc B^iivTKe^abrasive - composite may include-other additivies siiclv as 1 abrasive 
- * partkle*urfac£ mbdifi<iati6n\dditives; passivating T agentsr water soluble additives, 
:;faoqfawa^ exp^ 

agents^rekti^ suspending agents', lubricffitsrwetting agents, 

surfactants, pigments, dyes, UV stabilizers, complexing* agents, 7 chain transfer 
20 ''agents; accelerators, catalysts', or activators. * The amounts of these additives are 
selected to provide the properties desired. 

Water and/or organic solvent may be incorporated into the abrasive 
composite. The amount of water and/or organic solvent is selected to achieve the 
desired coating viscosity of binder precursor and abrasive particles. In general, the 
25 water and/or organic solvent should be compatible with the binder precursor. The 
water and/or solvent may be removed following polymerization of the precursor, or 
it may remain with the abrasive composite. 

Examples of ethylenically unsaturated diluents or monomers can be found 
in U.S. Patent No. 5,236,472 (Kirk et ah). In some instances these ethylenically 
30 unsaturated diluents are useful because they tend to be compatible with water. 
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Additional reactive diluents are disclosed in U.S. Patent No. 5,178,646 
(Barber et al). 

Abrasive Composite Configuration 

There are many different forms of three-dimensional textured, abrasive 
5 articles. Examples of representative forms are schematically illustrated in 
Figures 4, 5, 6, and 7. 

Preferred abrasive composites may be precisely shaped (as defined in the 
Summary of the Invention, above) or irregularly shaped, with precisely shaped 
composites being preferred. 
10 The individual abrasive composite shape may have the form of any of a 

variety of geometric solids. Typically the base of the shape in contact with the 
backing has a larger surface area than the distal end of the composite. The shape of 
r the composite may be selected from among a number of geometric solids such as a 
cubic, cylindrical, prismatic, rectangular, pyramidal, truncated pyramidal, conical, 
avflfiy.b temisph^ or post-like . cross sections with a distal end. 

r 2»viJifc£.p?mp9ate i pyramids, may .have four sides,, five , sides, or six , sides,; .{The. abrasive 

jsm& $md9*.&BB9m&: in -typs, in, spirals, in ; .heMe^.oE..injj^<^ ; fesMpn i> -or may be 
randomly placed. . 

• • -: 20 The sides forming the abrasive composites may be perpendicular relative to 

the backing, tilted relative to the backing or tapered with diminishing width toward 
the distal end. If the sides are tapered, it is easier to remove the abrasive composite 
from the cavities of a mold or production tool. The tapered angle may range from 
about 1 to 75 degrees, preferably from about 2 to 50 degrees, more preferably from 

25 about 3 to 35 degrees and most preferably between about 5 to 15 degrees. The 
smaller angles are preferred because this results in aconsistent nominal contact area 
as the composite wears. Thus, in general, the taper angle is a compromise between 
an angle large enough to facilitate removal of the abrasive composite from a mold 
or production tool and small enough to create a uniform cross sectional area. An 

30 abrasive composite with a cross section that is larger at the distal end than at the 
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10 



back may also be used, although fabrication may require a method other than 
simple molding. 

The height of each abrasive composite is preferably the same, but it is 
possible to have composites of varying heights in a single abrasive article. The 
height of the composites with respect to the backing or to the land between the 
composites generally may be less than about 2,000 micrometers, and more 
particularly in the range of about 25 to 200 micrometers. 

The base of the abrasive composites may abut one another or alternatively, 
the bases of adjacent abrasive composites may be separated from one another by 
some specified distance. In some embodiments, the physical contact between 
adjacent abrasive composites involves no more than 33% of the vertical height 
dimension of each contacting composite. More preferably, the amount of physical 
contact between the abutting composites is in the range of 1 to 25%' of the vertical 
height of each contacting composite. This definition' of "abutting also covers an 
arrangement where adjacent compSsites' share a' common abrasive composite land 
' °r bridge-like stroc^ 

^l^^^^^. ^^^^^al^Zt-^g^^ 33% of 
the Verti cal height dimension 6? each adjacent composite. 1 the^te've composite 
land is formed from the same sTurry used' to form the r abrasive cbmposites. The 

20 composites are "adjacent" in the sense that no intervening composite is located on 
a direct imaginary line drawn between the centers of the composites. It is preferred 
that at least portions of the abrasive composites be separated from one another so 
as to provide the recessed areas between the raised portions of the composites. 

The linear spacing of the abrasive composites may range from about 1 

25 abrasive composite per linear cm to about 100 abrasive composites per linear cm. 
The linear spacing may be varied such that the concentration of composites is 
greater in one location than in another. For example, the concentration may be 
greatest in the center of the abrasive article. The areal density of composites 
ranges from about 1 to 10,000 composites/cm 2 . 



15 
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It is also feasible to have areas of the backing exposed, i.e., where the 
abrasive coating does not cover the entire surface area of the backing. This type of 
arrangement is further described in U.S. Patent No. 5,014,468 (Ravipati et al.). 

The abrasive composites are preferably set out on a backing in a 
5 predetermined pattern or set out on a backing at a predetermined location. For 
example, in the abrasive article made by providing a slurry between the backing 
and a production tool having cavities therein, the predetermined pattern of the 
composites will correspond to the pattern of the cavities on the production tool. 
The pattern is thus reproducible from article to article. 
10 In one embodiment of the predetermined pattern, the abrasive composites 

are in an array or arrangement, by which is meant that the composites are in a 
regular array such as aligned rows and columns, or alternating offset rows and 
columns. If desired, one row of abrasive , composites may be directly aligned in 
^t.of a 8ecood.tow of ! abw^ <wi**to&. . «?« ^.tf,**** 6 

'. i s ' composites.maybe offset fron^ a second row of abrasive composites. f .. ; ; :! 
' J " ' In another embodiment, , Ae, abrasiye^co^ be set out in a 

. " ' 'regular array .of rows and columns as. described above. For example, the abrasive 
M composites; may be set out in a, manner as described in WO PCT 95/07797 
20 published March 23, 1995 (Hoopman et al.) and WO PCT 95/22436 published 
August 24, 1995 (Hoopman et al.). It is understood, however, that this "random- 
array is a predetermined pattern in that the location of the composites on the 
abrasive article is predetermined and corresponds to the location of the cavities in 
the production tool used to make the abrasive article. 
25 The three-dimensional, textured, abrasive article also may have a variable 

abrasive coating composition. For example, the center of an abrasive disc may 
contain an abrasive coating that is different (e.g., softer, harder, or more or less 
erodible) from the outer region of the abrasive disc. 

The abrasive article 40 in Figure 4 has pyramidal abrasive composites 41 
30 fixed or bonded to backing 42. There are recesses or valleys 43 between adjacent 
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abrasive composites. There is also a second row of pyramidal abrasive composites 
offset from the first row. Outermost point or distal end of the pyramidal abrasive 
composites contacts the wafer surface during processing. 

The abrasive article 50 in Figure 5 has irregular shape, pyramidal abrasive 

5 composites. In this particular illustration, the abrasive composite has a pyramidal 
type shape. Boundaries which define the pyramid are irregularly shaped. The 
imperfect shape can be the result of the slurry flowing and distorting the initial 
shape prior to significant curing or solidification of the binder precursor. An 
irregular shape is characterized by non-straight, non-clear, non-reproducible, 

10 inexact or imperfect planes or shape boundaries. 

The abrasive article 60 in Figure 6 has truncated pyramid abrasive 

composites 61. • ■. . 

The abrasive, article 70 in Figure 7 has both "cross", shape ,71. and an V 
shape, 72 abrasive composites. .The abrasive composites are set.out in a pattern of 
f .,15. . 1 i ri i;ows. n The abrasiye composites in yarip.^ and do 

fri jhcnon#!<&5Ctly/#g^ in an adjacent .rpw>j (Further, the 

gniiuj2sJWft f 3^y&W&W&& & ^&1&$ s & by.space pr } yalley^ol>e L Yalley;or space 
D o 0Y o,may f& contein 0i only .^ery^sinall .ampunVXaSumfasured, by n height) 5 pf B abrasive 
composite or may contain^ no, abrasive, composite.- ti 4 Anotoer u arrangement or 
...20.. configuration of abrasiye composites is similar. to Figure,. 6, except that each 
. .. alternating row comprises either abrasiye composites . having the "cross" shape or 
abrasive composites having the^'x" shape. In this arrangement,, the abrasive 
composites from the odd rows are still offset from the abrasive composites from 
the even rows. In the above described arrangements of cross-shaped or "x"-shaped 
25 composites, it is preferred that the length of one line forming either the cross or the 
x shape is about 750 micrometers and the width of one line forming either the cross 
or the x shape is about 50 micrometers. 

A preferred method for making an abrasive article having precisely shaped 
abrasive composites is described in U.S. Patent Nos. 5,152,917 (Pieper et al) and 
30 5,435,8 1 6 (Spurgeon et al.). Other descriptions of suitable methods are reported in 
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U.S. Patent Nos. 5,437,754 (Calhoun); 5,454,844 (Hibbard et al.); and 5,304,223 
(Pieper et al.). Manufacture is preferably conducted in a clean environment (e.g., a 
class 100, class 1,000, or class 10,000 clean room) to minimize any contamination 
in the abrasive article. 

5 A suitable method includes preparing a slurry comprising abrasive 

particles, binder precursor and optional additives; providing a production tool 
having a front surface; introducing the slurry into the cavities of a production tool 
having a plurality of cavities; introducing a backing to the slurry covered surface of 
the production tool; and at least partially curing or gelling the binder precursor 
10 before the article departs from the cavities of the production tool to form abrasive 
composites. 

The slurry is made by combining together by any suitable mixing technique 
the binder precursor, the abrasive particles and the optional additives. Examples of 
' - : " mi xing techniques include low shear and high shear mixing; with high shear 
<"lSn.; miking beings preferred: Ultrasonic' energy -may- alsd be utilized"in combination 
!,5rLwith the mixing step to Ibwerthe slurry viscosity ^^ (meiviscbsity'being' important in 

3^afade a Bfasjvfeklurryd AltemativelyptKe^slurry may beiheated in me'range of 30~to 70°C, 
ir micrbfluidized or ball milled in order to mix the slurry. * ;i .-;«•', 
20 ■■>■-: Typically,' the abrasive particles are- gradually added l > into the binder 
precursor. It is preferred that the slurry be a homogeneous mixture of binder 
precursor, abrasive particles and optional additives. If necessary water and/or 
solvent is added to lower the viscosity. The formation of air bubbles may be 
minimized by pulling a vacuum either during or after the mixing step. 
25 The coating station can be any conventional coating means such as drop die 

coater, knife coater, curtain coater, vacuum die coater or a die coater. The 
preferred coating technique is a vacuum fluid bearing die reported in U.S. Patent 
Nos. 3,594,865; 4,959,265 (Wood); and 5,077,870 (Millagej. During coating, the 
formation of air bubbles is preferably minimized although in some instances it may 
30 be preferred to incorporate air into the slurry as the slurry is being coated into the 
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production tool. Entrapped air may led to porosity such as voids in the abrasive 
coating and possibly increase the erodibility of the abrasive composite. 
Additionally, a gas can be pumped into the slurry either during mixing or coating. 
After the production tool is coated, the backing and the slurry are brought 
5 into contact by any means such that the slurry wets a surface of the backing. The 
slurry is brought into contact with the backing by contact nip roll which forces the 
resulting construction together. The nip roll may be made from any material; 
however, the nip roll is preferably made from a structural material such as metal, 
metal alloys, rubber or ceramics. The hardness of the nip roll may vary from about 
10 30 to 120 durometer, preferably about 60 to 100 durometer, and more preferably 
about 90 durometer. 

Next, energy is transmitted into the slurry by energy source to at least 
partially cure the binder precursor. The selection of the energy source will depend 
in part upon the chemistry of the binder precursor, the type of production tool as 
15..v. well 'as other processing conditions: .TJie. energy, source should not appreciably 
.-degradejthe production tool or.backing. 1 .Partial cure of the. binder precursor means 
i /r that-theibinder precursor is polymerized .to. such. a > state that the, slimy, does not . 

flow.vlf needed;the binder precursor, may-be fully cured after it is removed from 
- the production tool using conventional energy sources.. 

20 After at least partial cure of the binder precursor, the production tool and 

abrasive article are separated. If the binder precursor is not fully cured, the binder 
precursor can then be fully cured by either time and/br exposure to an energy 
source. Finally, the production tool is rewound on mandrel so that the production 
tool can be reused again and abrasive article is wound on a second mandrel. 

25 In another variation of this first method, the slurry is coated onto the 

backing and not into the cavities of the production tool. The slurry coated backing 
is then brought into contact with the production tool such that the slurry flows into 
the cavities of the production tool. The remaining steps to make the abrasive 
article are the same as detailed above. 
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It is preferred that the binder precursor is cured by radiation energy. The 
radiation energy may be transmitted through the backing or through the production 
tool. The backing or production tool should not appreciably absorb the radiation 
energy. Additionally, the radiation energy source should not appreciably degrade 
5 the backing or production tool. For instance, ultraviolet light can be transmitted 
through a polyester backing. Alternatively, if the production tool is made from 
certain thermoplastic materials, such as polyethylene, polypropylene, polyester, 
polycarbonate, poly(ether sulfone), poly(methyl methacrylate), polyurethanes, 
polyvinylchloride, or combinations thereof, ultraviolet or visible light may be 
10 transmitted through the production tool and into the slurry. For thermoplastic 
based production tools, the operating conditions for making the abrasive article 
should be set such that excessive heat is not generated. If excessive heat is 
c.-« , ; j, ; generated, this may distort or melt the thermoplastic tooling, 
j ; . v The energy source may be a source of thermal energy or of radiation 
.blS energy, such' as electron- beam/ultraviolet light, or visible light. The amount of 
*c««a -^.energy required depends oh-the 'chemical nature of the reactive.groups in the binder 
ion- *>ob precursor,' as^welt^upoi* the ^thickness- an* density, of ithenbinder. slurry. For 
fnofr be/thermal energy; an « oven ^temperature of from-about,50<>Clteabout 250°C and a 
duration of from about 1 5 minutes to about . 16; hours are generally sufficient 
: 20 Electron beam radiation.or ionizing radiation may be used at an energy level of 
about 0.1 to about 10 Mrad, preferably at an energy level of about 1 to about 
10 Mrad. Ultraviolet radiation includes radiation having a wavelength within a 
range of about 200 to about 400 nanometers, preferably within a range of about 
250 to 400 nanometers. Visible radiation includes radiation having a wavelength 
25 within a range of about 400 to about 800 nanometers, preferably in a range of 
about 400 to about 550 nanometers. 

The resulting solidified slurry or abrasive composite will have the inverse 
pattern of the production tool. By at least partially curing or solidifying on the 
production tool, the abrasive composite has a precise and predetermined pattern. 
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The production tool has a front surface which contains a plurality of 
cavities or indentations. These cavities are essentially the inverse shape, of the 
abrasive composite and are responsible for generating the shape and placement of 
the abrasive composites. 
5 These cavities may have geometric shapes that are the inverse shapes of the 

abrasive composites. The dimensions of the cavities are selected to achieve the 
desired number of abrasive composites/square centimeter. The cavities may be 
present in a dot-like pattern where adjacent cavities butt up against one another at 
their portions where the indentations merge into a common planar major surface of 
1 0 the production tool formed in the interstices of the cavities. 

The production tool may be in the form of a belt, a sheet, a continuous 
sheet or web, a coating roll such as a rotogravure roll, a sleeve mounted on a 
coating roll, or die: The production tool may be made of "metal, (e.g., nickel), 
metal alloys; or plastic. The production tool is fabricated by conventional 
v 15 techniques^'" including photolithography; knurling, engraving ,-q hobbing, 
:«.>\yy.. i T eiectfof6miingV^rMiamond turnings For example, a^copper tool may be diamond 
05 n tumetf &^ metal 'tool may^electtoplate*off,ofrtheicopper tool " 

H ^^'^^ Prepaiations >'of productibniobls are reported in U.S; Patent N6s.f 5,152,91 7 (Pieper 
: 1 5 et al.); * 5,489,235 (Gagliardi et al.);'- 5,454,844 (Hibbard et al.); : 5,435,816 
* 20 ' (Spurgeon et al.); PCT WO 95/07797 (Hoopman et al.); and.PCT WO 95/22436 
(Hoopman et al.). 

A thermoplastic tool may be replicated off a metal master tool. The master . 
tool will have the inverse pattern desired for the production tool. The master tool 
is preferably made of metal, such as nickel-plated aluminum, copper or bronze. A 

25 thermoplastic sheet material optionally may be heated along with the master tool 
such that the thermoplastic material is embossed with the master tool pattern by 
pressing the two together. The thermoplastic material can also be extruded or cast 
onto to the master tool and then pressed. The thermoplastic material is cooled to a 
nonflowable state and then separated from the master tool to produce a production 

30 tool. 
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Suitable thermoplastic production tools are reported in U.S. Patent No. 
5,435,816 (Spurgeon et al.). Examples of thermoplastic materials useful to form 
the production tool include polyesters, polypropylene, polyethylene, polyamides, 
polyurethanes, polycarbonates, or combinations thereof. It is preferred that the 
5 thermoplastic production tool contain additives such as anti-oxidants and/or UV 
stabilizers. These additives may extend the useful life of the production tool. The 
production tool may also contain a release coating to permit easier release of the 
abrasive article from the production tool. Examples of such release coatings 
include silicones and fluorochemicals. 
1 0 There are many methods for making abrasive composites having irregularly 

shaped abrasive composites. While being irregularly shaped, these abrasive 
composites may nonetheless be set out in a predetermined pattern, in that the 
J location of the composites is predetermined. In one method, the slurry is coated 
:r: into cavities of a production tool to generate the, abrasive composites. The 
,a«il5^ff production tool may be the same production tool as described aboye in the case of 
hnom^h precisely, shaped. composites. .However,; the slurry is xemovedfrom : the production 
.foor^qqitooldbfef^ for li t0 

-mpti) \ ! substantially retairtits/shape^ upon removal ironv the production tool. Subsequent 
: • ! 3 .?o -■: : to. this, the binder precursor is cured or solidified: Since the . binder precursor is not 
»i 20 cured while in the cavities of the production tool, this typically results in the slurry 
flowing and distorting the abrasive composite shape. 

Methods to make this type of abrasive article are reported in U.S. Patent 
Nos. 4,773,920 (Chasman et al.) and 5,014,468 (Ravipati et al.). 

In a variation of this method, the slurry can be coated onto the backing. 
25 The backing is then brought into contact with the production tool such that the 
cavities of the production tool are filled by the slurry. The remaining steps to make 
the abrasive article are the same as detailed above. After the abrasive article is 
made, it can be flexed and/or humidified prior to converting. 

In another method of making irregularly shaped composites, the slurry can 
30 be coated onto the surface of a rotogravure roll. The backing comes into contact 
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with the rotogravure roll and the slurry wets the backing. The rotogravure roll then 
imparts a pattern or texture into the slurry. Next, the slurry/backing combination is 
removed from the rotogravure roll and the resulting construction is exposed to 
conditions to solidify the binder precursor such that an abrasive composite is 
5 formed. A variation of this process is to coat the slurry onto the backing and bring 
the backing into contact with the rotogravure roll. 

The rotogravure roll may impart desired patterns such as frustums of 
spheres, pyramids, truncated pyramids, cones, cubes, blocks, or rods. The pattern 
may also be hexagonal airays, ridges, or lattices. It is also possible to have ridges 
10 made of geometric shapes such as prisms. The rotogravure roll may also impart a 
pattern such that there is a land area between adjacent abrasive composites. This 
land area can comprise a mixture of abrasive particles and binder. Alternatively, 
the rotogravure roll can impart a pattern such that the backing is exposed between 
adjacent abrasive composite shapes. Similarly, the rotogravure roll can impart a 
15 pattern such that there is a mixture of abrasive composite shapes. . 
^ .y ~. Another method } is to spray or coat the slurry through a screen to generate a 
k> p., y pattern ^nd the abrasive composites. . t? Then- the^binder precursor is cured or 
, . „ solidified to form the abrasive. .composites. T ;The.: screen. can impart any desired 
. pattern such as frustums of spheres, pyramids, truncated pyramids, cones, cubes, 
20 blocks, or rods. The pattern may also be hexagonal arrays, ridges, or lattices. It is 
also possible to have ridges made of geometric shapes such as prisms. The screen 
may also impart a pattern such that there is a land area between adjacent abrasive 
composites. This land area can comprise a mixture of abrasive particles and 
binder. Alternatively, the screen may impart a pattern such that the backing is 
25 exposed between adjacent abrasive composites. Similarly, the screen may impart a 
pattern such that there is a mixture of abrasive composite shapes. This process is 
reported in U.S. Patent No. 3,605,349 (Anthon). 

Another method to make a three-dimensional, textured, abrasive article uses 
embossed backings. Briefly, an embossed backing is coated with a slurry. The 
30 slurry follows the contours of the embossed backing to provide a textured coating. 
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The slurry may be applied over the embossed backing by any suitable technique 
such as roll coating, spraying, die coating, or knife coating. After the slurry is 
applied over the embossed backing, the resulting construction is exposed to an 
appropriate energy source to- initiate the curing or polymerization process to form 
5 the abrasive composite. An example of abrasive composites on an embossed 
backing is reported in U.S. Patent No. 5,015,266 (Yamamoto et al.). 

Another method of making an abrasive article using an embossed backing 
is reported in U.S. Patent No. 5,219,462 (Bruxvoort). A slurry is coated into the 
recesses of an embossed backing. The slurry contains abrasive particles, binder 
10 precursor and an expanding agent. The resulting construction is exposed to 
conditions such that the expanding agent causes the slurry to expand above the 
front surface of the backing; Next the binder precursor is solidified to form 
i; abrasive composites. 

. » A variation of this embossed backing method uses a perforated backing 
15 having an abrasive coating ' bonded to the ' front surface of the Sacking. This 
b ^nirio perforated" backing "wiH'have-a* series of a predetermined placement of holes or 
to bstf/o cavities' that^ backing. Ttie -slimy is 1 coated (e.g., 

bmkoh ^knife^oated) over the bating? ; The^ inherently create a 

v textured abrasive coating. The perforated backing may optionally be removed after 

20 the curing step if the abrasive articles are supported by an appropriate carrier. 

An alternative method of making the abrasive article uses thermoplastic 
binder. The article can be prepared with or without a backing. Typically, the 
thermoplastic binder, abrasive particles and any optional additives are compounded 
together according to conventional techniques to give a mixture, feeding the 
25 mixture into an extruder, and optionally forming the mixture into pellets or long 
stands. The abrasive article is then formed according to any of a variety of 
conventional protocols. 

For example, the abrasive article may be formed by injection or 
compression molding the mixture using a mold having essentially the inverse 
30 pattern of the desired pattern of the abrasive article surface. The mixture may also 
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be heated to the point at which it forms a molten slurry, which is then supplied to a 
mold and cooled. Alternatively, it is also possible to heat the binder until it flows 
and then add abrasive particles and any additives to form the molten slurry and 
then convert the molten slurry into abrasive composites using conventional 
5 methods. 



Examples 

Test Procedure 1 

The ability of a number of abrasive articles to remove metal from a wafer 
10 surface was determined by Test Procedure 1. This test procedure simulated 
processing a wafer surface. The wafer surface for this test procedure was a silicon 
oxide base wafer with either a copper or aluminum (10,000 Angstroms thick layer) 
surface. 

The metal coated wafer was made from a single crystal. silicon base unit 
.15, ... haying a diameter of 100 mm and a thickness. of about 0.5. trm^was purchased from 
ian:^ i ettherjWafemet or Siljcon^Valley^Microelectronics, botfrof San Jose, CA : Before - 

.odoirpdep^ 

,,\ sfr , ^de^was- grown, on, the iSjlicon^wafer. surface. : This ^ej.^'a^ximately. 
5,000 Angstroms thick. In some instances, a Utanium gi),.or, a. titanium nitride 
20 adhesion/barrier layer .was deposited on the thermal oxide' layer prior to metal 
deposition. The thickness, of any Ti was between about .50. and 500 Angstroms, 
and any titanium nitride was between about 100 to 3,000 Angstroms. A uniform 
layer of either copper or aluminum was then deposited over the silicon base using 
physical vapor deposition (PVD). The thickness of the metal layer was measured 
25 using a four point probe. 

The test machine was a modified Strasbaugh Lapping Machine, Model 
6Y-1 similar to the apparatus depicted in Figure 3. The wafer workpiece was 
rested on a foam backing available from Rodel of Newark, DE, under the trade 
designation "DF200", and the assembly was placed into a spring loaded plastic 
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retaining ring. The abrasive article of the example was adhered to a "PCF20" 
support pad was affixed to the platen of the Strasbaugh. 

The carrier head holding the wafer was brought into contact with the 
abrasive article and then the wafer was rotated at about 100 rpm and the abrasive 
5 article was rotated at about 67 rpm. Both the wafer and abrasive article rotated in a 
clockwise manner. In addition to rotating, the wafer moved through an arc 
(approximately 31 mm with a nine second periodicity) starting about 13 mm from 
the edge of the abrasive article. The abrasive article and carrier head were brought 
into contact with one another at a downforce of about 350 KPa (50 pounds) unless 
10 otherwise specified. Hydrogen peroxide solution (15% by weight HA in 
deionized water) was pumped onto the wafer and abrasive interface at a flow rate 
of abobt 80 ml/minute. The abrasive article was used to polish the wafer for a one 
minute (60 second) cycle. After the polishing cycle, the wafer was removed from 
; the holder, rinsed with deionized water and dried. 
;. 15 i ^-. ./u; ^.^ removal rate was calculated by determining the change in metal 
fl j m > tmckne^ ! *mitial (i^ before' polishing)' and final (i-el- Rafter polishing) 

P robe - 

&>!smi m ^iW^i& reiuuriis-were^a^ rate in 

ihr.u>:> ^gsftbms^ermin^^ '•"•' T ' 

-20 ' Before polishing the metalized wafer with the abrasive article of the 
' e^ies l-9; a wafer with a continuous layer of thermally grown silicon oxide' 
was first polished for 1 to 4 minutes before the testing of the actual metal coated 
wafer. Either deionized water or hydrogen peroxide was used as the working fluid. 
The silicon oxide wafers were run under similar conditions to those used for the 

25 metal coated test wafers. 

The designations in Table 1 are used in the description of Articles 1-14. 
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Table 1 



Material Designations 



Designation 


Material 


EAA 


A 76 micrometer thick (3 mil thick) polyester film containing 
an ethylene acrylic acid co-polymer primer on the front surface 


PVDC 


A 100 micrometer thick (3.95 mil thick) polyester film 
containing an polyvinylidene chloride prime on the front 
surface 


SR256 


2 (2-ethoxyethoxy) ethyl acrylate, commercially available from 
Sartomer Co., Inc,. under the trade designation u SARTOMER 
SR256" 


SR339 


2-phenoxy ethyl acrylate, commercially available from 
Sartomer Co., Inc., under the trade designation "Sartomer 
SR339" 


SR351 


Trimethylolpropane triacrylate (TMPTA),commercially 
available from Sartomer Co., Inc., under the trade designation 
"Sartomer SR351" ~ - ... 


SR492.; 


Prppoxylated TMPTA, commercially available from Sartomer 
Co;, Inc., under the trade designation "SARTOMER S|1492" 


e i."GD501 - ; 


Prppoxylated T^Ty\,xommercially available from Sartomer 
Co., Inc., under the trade designation "CD50 1 " ! 


• CN980/, 


Aliphatic methane acrylate, blended, with 2-phenoxy ethyl 
acrylate, .commercially available from Sartomer Co., Inc., under 
the trade designation "CN 980 M50 v , 


LR8893 


2,4,6-trimethylbenzoyl-diphenyl-phosphine oxide liquid 
photoinitiator, commercially available from BASF, Charlotte, 
NC under the trade designation LUCIRIN LR8893 


FP4 


A dispersing agent, commercially available from ICI America 
Inc., Wilmington, DE under the trade designations 
"HYPERMER PS4" and "HYPERMER FP4" 


Dill 


A dispersing agent, commercially available from Byk Chemie, 
Wallingford, CT under thelrade designation "DISPERBYK 
111" 


CEO 


Ceria abrasive particles having an average particle size of about 
0.5 micrometer,. commercially available from Rhone Poulenc, 
Shelton, CT under the trade designation "Polishing Opaline" 
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Designation 


Materia ! 


ALT 


Alumina trihydrate particles having an average particle size of 
about 2 micrometers, commercially available from Huber 
Engineered Minerals, Norcross, GA under the trade designation 
"MICRAL 932" 


ALA 


Agglomerated alpha alumina particles having an average 
particle size of about 0.3 micrometer, commercially available 
from Praxair Surface Technologies, Indianapolis, IN under the 
trade designation "A" 


AAF 


Alpha alumina particles having an average particle size of 
about 0.3 micrometer, commercially available from Praxair 
Surface Technologies, Indianapolis, IN under the trade 
designation "A-AF" 


A174 


A 3-methacryloxypropyltrimethoxysilane coupling agent, 
commercially available from OSI Specialties, Inc., Danbury, 
CT, under the trade designation "A- 174" 


SR9003 


Propoxylated heopentyl glycol diacrylate from Sartomer 


-TRS2039 

-'■ .it i • 


Mostly- alpha alumina particles having an average particle size 
of about 0.2 micron/ bbtained from Ferro Corporation, Penn 

Ya&VNY^^ 5 ~ J *'^ ™™ .sn! ? .o3 ! 


••: Fl 

-•'.0?.G 


617 Primed 1 PET film obtained from ICI jCorporatibn, 
,: Wilniingf6h;bE^ ^ -<>™ .mt - f .cO J j 


; OA! ; 


Oleic 'acid ; commercial^ available ? frbm ? Aldncli Chemical 
Company of Milwaukee, r WI; under: the designation "oleic acid, 
tech grade 90%" - 


B-CEA 


Beta carboxyethyl acrylate, commercially available from 
Rhome-Poulenc of Cranbury, NJ, under the trade designation 
"Sipomer B-CEA 


BTA 


1-H-benzotriazole, commercially available from Aldrich 
Chemical Company of Milwaukee, WI . 



Article 1 was prepared by combining, in order, 18.75 grams of SR492, 
56.25 grams of SR256, 1.5 grams of Dl 1 1 , and 2.4 grams of LR8893 and mixing 
with a high shear mixer for 1 minute. While still stirring, 100 grams of ALT, 
5 which had been heated at 500°C for 4 hours, were added and the abrasive slurry 
was mixed for approximately 10 additional minutes. This abrasive slurry was then 
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coated onto EAA according to the General Procedure for Making the Abrasive 
Article. 

Article 2 was prepared by combining, in order, 56.27 grams of SR492, 
168.75 grams of SR256, 15.01 grams of Dill, and 7.21 grams of LR8893 and 
5 mixing with a high shear mixer for 1 minute. While still stirring, 300 grams of 
ALA were added and the abrasive slurry was mixed for approximately 10 
additional minutes. This abrasive slurry was then coated onto EAA according to 
the General Procedure for Making the Abrasive Article. 

Article 3 was prepared by combining, in order, 18.75 grams of SR351, 
10 56.25 grams of SR256, 5.83 grams of FP4, and 2.49 grams of LR8893 and mixing 
with a high shear mixer for 1 minute. While still stirring, 400.58 grams of CEO 
were added and the abrasive slurry was mixed for approximately 10 additional 
minutes. This abrasive slurry was then coated onto EAA according to the General 

Procedure for Making the Abrasive Article. - 

15 Article 4 was prepared by, combining, in order* ~1 8.75 grams of SR351, 

* '56i8'^^'pf 3.24 giamsl'ofLDlU, .aiuL2'.40 grams of XR8893 and 

mixing -.with a high shear mixer fo^l . minuter-While still'stirring, 131. OTj grams of 

V" ~~AAF£^ere Tackled and the abrasive^ slur^ 10 
. additional minutes.- This abrasive slurry was then coated onto EAA according to 
20 the General Procedure for Making the Abrasive Article. 

Article 5 was prepared by combining, in order, 18.76 grams of SR351, 
56.28 grams of SR256, 8.0 grams of Dl 1 1, and 2.40 grams of LR8893 and mixing 
with a high shear mixer for 1 minute. While still stirring, 160 grams of ALT, 
which had. been heated at 400°C for 4 hours, were added and the abrasive slurry 
25 was mixed for approximately 10 additional minutes. This abrasive slurry was then 
coated onto EAA according to the General Procedure for Making the Abrasive 
Article. 

Articles 1-5 were tested according to Test Procedure I. For Article 1, ten 
different metal test wafers (designated 1-1 to 1-10) were polished with the same 
30 abrasive article, and a thermal oxide wafer was polished for 2 minutes prior to the 
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first metal test wafer and then between each successive metal test wafer a thermal 
oxide wafer was polished for 4 minutes. For Article 2, a thermal oxide wafer was 
polished for 2 minutes prior to the metal test wafer. For Article 3, a thermal oxide 
wafer, a metal wafer, and a second thermal oxide wafer were polished for 1 minute 
5 prior to the metal test wafer. For Articles 4 and 5, a thermal oxide wafer was 
polished for 1 minute prior to the metal test wafer. For Article 4, a second thermal 
oxide wafer and metal test wafer were polished for 1 minute. For Article 3, the 
abrasive article was rotated at about 80 rpm. Table 2 below reports the type of 
metal layer on the wafer, the downforce between the carrier head and the abrasive 
10 article, and the metal removal rate. 



Table 2 



(.. Article 


Metal 


Downforce (KPa (lb)) 


Removal Rate (A/min.) 


1-1 


Al 


300(43) 


,. 11283 


1-2 


Al 


300 (43) 


9000 


3 >■ 1-3 : \ 


« A' l ! - ■ 


• '^-300(43) 


' - -9429 


• i j l.-4, r 


< Al 


nin 300(43) 


V-.. •■6863a;,: 


1-5 


Al 


300(43) 


. 8138 . 


s \>. i j jg. gun 


uia 


:t • ' iiJi " 300 (43) ' ' 


• : 9903"' 


r-i ko !"•?.'•■ if 


! b. : Air; -, r , 


v 'm- } :'300(43).. 


-iu :■. obis ;-7464 - v 


1-8 


Al 


300 (43) 


. 76.82... 


1-9 


Al 


300 (43) 


r 7074 


1-10 


Al -;i ' 


300(43) 


8642 j 


2 


Al 


, 300(43) , 


6492 


3 


Cu 


350 (50) 


2247 


1 ■ 4 


Cu 


350(50) 


2013 


5 


Cu 


350 (50) 


359 



The surface finish of the test wafers treated with Article 1 (wafer #5), 
Article 3 and the second metal test wafer with Article 4 was measured with a light 
interferometer, commercially available from WYCO Corp., Phoenix, AZ, under the 
trade designation WYCO RST PLUS. The peak to valley range (Rt) measurements 
were 962 A, 204 A and 210 A, respectively. 
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Article 6 was prepared by combining, in order, 7.50 grams of CN980, 45.00 
grams of SR256, 3.75 grams of SR339, 18.75 grams of SR351, 7.01 grams of FP4, 
and 2.40 grams of LR8893 and mixing with a high shear mixer for 1 minute. While 
still stirring, 467.30 grams of CEO were added and the abrasive slurry was mixed 
5 for approximately 10 additional minutes. This abrasive slurry was then coated 
onto PVDC according to the General Procedure for Making the Abrasive Article. 

Article 7 was prepared by combining, in order, 7.50 grams of CN980, 
48.75 grams of SR256, 18.75 grams of SR351, 5.31 grams of DHL and 
2.40 grams of LR8893 and mixing with a high shear mixer for 1 minute. While 
10 still stirring, 151.60 grams of AAF were added and the abrasive slurry was mixed 
for approximately 10 additional minutes. This abrasive, slurry was then coated 
onto PVDC according to the General Procedure for Making the Abrasive Article. 

Articles 6 and 7 were tested according to Test Procedure I on copper. For 
both i Examples 6 and 7, a thermal oxide wafer 'was polished for 1 minute 
15 (60 seconds) prior to the metal test wafer. Multiple test wafers were tested with 
. each, example (i.e., the same abrasive^article was used multiple times), with two 
data points calculated . and averaged for .each.nin. . Table 3 ;below reports the metal 
O H ^removal rates for the various runs., t ^;- -h <fV* - ; v >v/ ** t -ki — ^ 

20 Table 3 



Article 


Removal Rate (A/min.) 


6 


2872 


6 


3004 


6 


2559 


6 


2308 


6 


2307 


7 


2146 


7 


685 


7 


1306 



Article 8 was prepared by combining, in order, 37.51 grams of CD501, 
112.51 grams of SR256, 16.53 grams of Dl 1 1, and 4.80 grams of LR8893 and 
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mixing with a high shear mixer for 1 minute. While still stirring, 400.00 grams of 
AAF were added and the abrasive slurry was mixed for approximately 10 
additional minutes. This abrasive slurry was then coated onto PVDC according to 
the General Procedure for Making the Abrasive Article. 
5 Article 9 was prepared by combining, in order, 15.02 grams of CN980, 

97.20 grams of SR256, 37.50 grams of SR351, 14.08 grams of FP4, and 4.80 
grams of LR8893 and mixing with a high shear mixer for 1 minute. While still 
stirring, 938 grams of CEO were added and the abrasive slurry was mixed for 
approximately 10 additional minutes. This abrasive slurry was then coated onto 
10 PVDC according to the General Procedure for Making the Abrasive Article. 

The abrasive articles of Articles 8 and 9 were tested according to Test 
Procedure I on copper, but various working fluids were used. For all runs, a 
thermal oxide wafer was polished for 1 minute (60 seconds) prior to the metal test 
■ ! *wafer using DI water as the working fluid. A new abrasive article was used for 
15 ' I each lest except in the case of Article 9 with<H 2 0 2 , which was tested using the 
'-■-'» {^ same pad on' Which "the - nitric acid solution was tested; Table 4 below reports the 
!ti?afii :wbrking>fluids used arid the metal removal rates for the various runsi • 1 

The various working fluid solutions^ were; made as follows:'- The H 2 0 2 
solution was made by diluting 30% hydrogen peroxide (by weight) with an 
20 equivalent weight of deionized water. The NR,OH solution was made by 
combining 10 ml of 30% ammonium hydroxide (by weight) with enough deionized 
water to make 1 ,000 ml total volume. The NH 4 OH /K 3 Fe(CN) 6 solution was made 
by creating the previously described NH 4 OH solution, then combining 990 g of the 
NH 4 OH solution with 10 g of K 3 Fe(CN) 6 and stirring until the salt was completely 
25 dissolved. The HN0 3 solution was made by combining 10 ml of 70% HN0 3 (by 
weight) in water with enough deionized water to make 1,000 ml total volume. The 
HN0 3 /benzotriazole solution was made by creating the previously described HN0 3 
solution, then combining 999 g of that solution with 1 gram of benzotriazole and 
stirring until the benzotriazole was dissolved. 

30 
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Table 4 





Article 8 


Article 9 


Working Fluid 


Removal Rate (A/min.) 


Removal Rate (A/min.) 


H,0 


not tested 


193 


HA 


1007 


2471 


HNO, 


1598 


175 j 


HNO, + Benzotriazole 


569 


0 


NH 4 OH 


1940 


1597 


NH4OH + K 3 Fe(CN) 4 


5475 


5713 



Test Procedure II 

The copper test pattern wafer was made by initially forming about 5,000 
5 angstroms of silicon dioxide using a thermal deposition technique on the surface of 
a 4 inch silicon wafer. The wafer was patterned by etching a series of 100 micron 
square features to a depth of about 5,000 angstroms. The pattern wafer was then 
coated with 200 angstroms of RVD titanium followed by about 10,000 angstroms 
of PVD copper. : " 

10 The test wafer ^vas polished for a total of 7.5 minutes. A working solution 

composed of 1 5% hydrogen peroxide, 0.425% phosphoric acid, 0.2% benzotrizole, 
8% polyethylene glycol (molecular weight 600) was applied to the wafer during 
polishing. The amounts were calculated as weight percentages^Sigmficant areas 
. of, the wafer had copper and titanium removed from the surface of the wafer, 
15 exposing the silicon oxide stop layer except in the etched 100 micron square 
features. 

The following examples demonstrate the utility of the fixed abrasive for 
planarizing a copper-deposited silicon wafer to a thermal oxide stop layer. 

Article 10 was prepared by combining, in order, 60.01 grams of SR9003, 
20 90.03 grams of SR339, 11.12 grams of Dill, and 4.8 grams of LR8893 and 
mixing with a high shear mixer for 1 minute. While still stirring, 370.01 grams of 
TRS2039 was added and the abrasive slurry was mixed for approximately 10 
additional minutes. This abrasive slurry was then coated onto Fl according to the 
General Procedure for Making the Abrasive Article using a polypropylene 
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production tool which contained cavities in the shape of cylinders. The cylinders 
were about 175 microns in diameter and about 2.5 mils high with a bearing area 
ratio of about 20%. 

Article 10 was tested according to the Test Procedure II, and the profile of 
5 the 1 00 micron square features on the wafer were measured to determine the extent 
of dishing in areas on the surface which had copper removed to expose the silicon 
dioxide stop layer. The Tencor P-22 profilometer was used to measure the dishing. 
Six different sites on the wafer were measured. The measurements are reported in 
Table 5. 

10 

Tables 



Site 


Dishing 




(TIR, A) 


1 


2957 


2 


1174 


3 


2288 


<: • •' 4,v. h . 


.nil,-,-? 3504 


5 


3271 ; 




: i '2256' : ' 



i'l r Test Procedure III , ''•//-'.■ ■ . ,r 

nj ;The copper test pattern wafer was made by initially forming about 5,000 

15. . Angstroms of silicon dioxide using a thermal deposition technique on the surface 
of a 4 inch silicon wafer. The wafer was patterned by etching a series of 100 
micron square features to a depth of about 5,000 Angstroms. The pattern wafer 
was then coated with 200 Angstroms of PVD titanium followed by about 10,000 
Angstroms of PVD copper. 

20 The test wafer was polished for a total of 3.0 minutes. A working solution 

of 3.3% H 2 0 2 , 93.1% H 2 0, 3.0% (NH 4 ) 2 HP0 4 , 0.5% (NH 4 ) 3 Citrate and 0.1% BTA 
was applied to the wafer during polishing. The amounts were calculated as weight 
percentages. Significant areas of the wafer had copper and titanium removed from 
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the surface of the wafer, exposing the silicon oxide stop layer except in the etched 
1 00 micron square features. 

Article 11 was prepared by combining, in order, 30.0 grams SR9003, 45 
grams of SR339, 6.9 grams of "DISPERBYK 111" and 2.4 grams LR8893, and 
5 mixing with a high shear mixer for 1 minute. While stirring, 370.01 grams of 
TRS2039 was added and the abrasive slurry was mixed for approximately 10 
additional minutes. The abrasive slurry was then coated onto F 1 according to the 
General Procedure for Making the Abrasive Article using a polypropylene 
production tool which contained cavities in the shape of cylinders or post. Article 

10 11 was prepared .using a production tool having 200 Jim post. Article 11 was 
tested according to Test Procedure III and the profile of the 100 micron square 
features on the wafer were measured to determine the extent of dishing in areas on 
the surface which had copper removed' to expose the silicon, dioxide stop layer. 
The Tencor P-22 profilometer was used to measure the dishing. Four different 

15 sites on the wafer .were measured. . The measurements are reported in Table 6. * 
...i; . ^ v i<v,;: ... ■ • .■ . : n * :\ ■ .mV. vii ;■• v«. *; . . 



■ - • 'i ' Site V. h'J ."i 


'■ b Dishing suyu 




(TIR.A) 


1 


1990 


2 


1 1880 


3 


.1390 


4 


1080 



Other abrasive articles that have been prepared are described below: 
20 Article 12 was prepared as described for Article 11, however using a 

production tool having 960 jim posts. 

Article 1 3 was prepared as described for Article 1 1 , however, using a 
production tool having 1,000 jam posts. The production tools are described in 
greater detail below. 

25 Article 14 was prepared by combining, in order, 30.0 grams SR90003, 45.0 

grams of SR3392, 1.53 oleic acid, 3.56 B-CEA, 2.4 grams LR8893, and 144.5 
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grams TRS2039. The abrasive slurry was then coated onto Fl according to the 
General Procedure for Making the Abrasive Article using a polypropylene 
production tool which contained cavities in the shape of cylinders or post. Article 
14 was prepared using a tool having 200 |im posts. 
5 Article 15 was prepared as described for Article 14, however, using a 

production tool having 960 jum posts. Typically the method of preparing an 
abrasive article to be used for modifying the surface of a wafer suitable for 
semiconductor planarization includes a filtration step. Before coating the abrasive 
slurry into a production tool, the abrasive slurry is filtered through either a 60 urn 
10 or 80 ^im filter. 

General Procedure for Making the Abrasive Article 

Abrasive articles of Articles 1-15 were made by the following procedure: 
. A polypropylene production tool was made by casting polypropylene 
^u.:; .material on a metal master tool having a casting surface comprised of a collection 
15 .d of /adjacent itruncated pyramids. -The resulting production tool contained cavities 
that were in the shape of truncated pyramids. The pyramidal pattern was such that 
their adjacent bases were spaced tepart from one another no more than about 
510 micrometers (QMOlihch). T he height of each truncated pyramid was about 
80 micrometers, the base was about 178 micrometers per side and the top was 
20 about 5 1 micrometers per side! 

The 200 micron post pattern is a triangular array of cylindrical posts, the 
posts having a diameter of 200 microns, a height of 60 microns, and a center to 
center spacing of 3 73 microns. 

The 960 micron post pattern is a triangular array of cylindrical posts, the 
25 posts having a diameter of 960 microns, a height of 75 microns, and a center to 
center spacing of 1 5 00 microns. 

The 1,000 micron post pattern is a triangular array of square posts. The 
posts are 1,000 microns on a side, 100 microns high, and have a center to center 
spacing of 3,400 microns. The squares all have the same orientation and are 
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oriented with one side parallel to one of the lines connecting the points in the 
triangular array. 

There were about 50 lines/centimeter delineating the array of composites. 
The production tool was secured to a metal carrier plate using a masking type 

5 pressure sensitive adhesive tape. An abrasive slurry, consisting of the ingredients 
listed in each example, was mixed using a high shear mixer until homogenous. 
The abrasive slurry was then typically filtered through a 60 urn or 80 \im filter. 
This abrasive slurry was then coated into the cavities of the production tool using a 
squeegee and a primed polyester film backing was brought into contact with the 

10 abrasive slurry contained in the cavities of the production tool. The article was 
then passed through a bench top laboratory laminator, commercially available from 
Chem Instruments, Model #001998. The article was continuously fed between the 
two rubber rollers at a pressure between about 280-560 Pa (40-80 psi) and a speed 
setting of approximately 2 to 1,j A quartz plate was placed over the article. The 

15,: article wascuredby passing i the. tool together with the! backing said abrasive slurry 
;..iv<-v* uriden either, two lironi doped.* lamps,'- commercially -available • from- American 
Ultraviolet Company or two ultraviolet (*\T'; bulbs), ^ commercially ^ available from 
Fusion Systems, Inc., both which operated at about 1 57.5 Watts/cm (400 Watts/inch). 
The radiation passed through the film backing. The speed was between about 1 0.2- 

20 1 3.7 meters/minute (1.5-45 feet/minute) and the sample was passed through up to two 
times. 

To prepare the abrasive article for testing, the abrasive article was laminated 
to a pressure sensitive adhesive tape, commercially available from Minnesota Mining 
and Manufacturing Company, St. Paul, MN. Then, a 30.5 cm (12 inch) diameter 
25 circular test sample was die cut for testing. 

After the planarization process is complete, the processed wafer is typically 
cleaned using procedures known in the art. Generally, a cleaning medium is 
selected such that it removes the -debris without substantially damaging the wafer 
surface. Examples of suitable cleaning medium include tap water, distilled water, 
30 deionized water, organic solvents, and the like. They may be used alone or in 
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combination with each other. If desired, they may also include soap or other 
additives to aid the cleaning process. 

Typically, an abrasive article of the invention is used to planarize more than 
one semiconductor wafer. It is within the scope of this invention that the abrasive 
5 article can be dressed or conditioned in between two consecutive planarization 
steps. The conditioning step can remove "worn abrasive particles" and/or to 
remove any undesirable deposits or debris, and thereby enhance the cutting ability 
of the abrasive article, as well as the quality of the planarized surface. In such 
circumstances, the surface of the abrasive article may be conditioned according to 
10 well-known, conventional techniques, including contacting the abrasive surface 
with a diamond conditioning tool, brush, bonded abrasive, coated abrasive, metal 
rod, water jet, or the like. Other techniques include exposure to a laser or to corona 
energy (e.g., using; a Sherman corona treating unit available from Sherman 
jvP >: Treaters, ; Ltd., United Kingdom). This conditioning step, is not -always preferred 
vtJ5v 5 , due, to the time : and money; associated with the conditioningjstep.v It is within the 
f^^i'f^m.scope of this invention* that the abrasive is not dressed or/ conditioned in between 
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Claims: 

1 . A method of modifying a surface of a wafer suited for fabrication of 
a semiconductor device comprising the steps of: 

5 a) providing a wafer comprising at least a first material having 

a surface etched to form a pattern and at least a second material deployed over the 
surface of the first material; 

b) contacting the second material of the wafer to a plurality of 
three-dimensional abrasive composites fixed to an abrasive article, the three- 

10 dimensional abrasive composites comprising a plurality . of abrasive particles fixed 
and dispersed in a binder; and 

c) relatively moving the wafer while the second material is in 
contact with the plurality of abrasive composites until an exposed surface of the 
wafer is planar and comprises at least one area of exposed first material and one 

1 5 area of exposed second material. 

2 . A method of modifying, a surface of a wafer suited :for fabrication of 
a semiconductor device comprising the steps of: 

a) providing a wafer comprising at least one dielectric material 
20 having a surface etched to form a pattern and at least a conductive material 

deployed over the surface of the at least one dielectric material; 

b) contacting the conductive material of the wafer to a plurality 
of three-dimensional abrasive composite fixed to an abrasive article, the plurality 
of abrasive composites comprising a plurality of abrasive particles, fixed and 

25 dispersed in a binder; and 

c) relatively moving the wafer while the conductive material is 
in contact with the plurality of abrasive composites until the exposed surface of the 
wafer is planar and comprises at. least one area of exposed conductive material and 
at least one area of exposed dielectric material. 

30 
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3. A method of modifying a surface of a wafer suited for fabrication of 
a semiconductor device comprising the steps of: 

a) providing a wafer comprising at least one dielectric material 
having a surface etched to form a pattern, the dielectric material covered with at 

5 least one intermediate layer, and the intermediate layer covered by a conductive 
material; 

b) contacting the conductive material of the wafer to a plurality 
of three-dimensional abrasive composites fixed to an abrasive article, the plurality 
of abrasive composites comprising a plurality of abrasive particles fixed and 

1 0 dispersed in a binder; and 

c) relatively moving the wafer while the conductive material is 
in contact with the plurality of abrasive composites until the exposed surface of the 
wafer comprises at least one area of exposed conductive material and at least one 
area of exposed dielectric material: 

4. The method of claim 3, wherein the intermediate material is an 
aoiias iadhesion/barrier layer. ''L :«jc:^c*r. u:ib(uVAWi'io tirLzm £ 

5 - A method of modifying an exposed major surface of a wafer suited 
20 for fabrication of a semiconductor device, comprising the steps of: 

a) providing a wafer comprising at least a first and a second 
materials, the first and the second materials each having a surface, at least one of 
the materials having a surface etched to form a pattern with an outer material 
deployed over the at least first and second materials; 
25 b) contacting the outer material of the wafer to a plurality of 

three-dimensional abrasive composites fixed to an abrasive article, the plurality of 
abrasive composites comprising a plurality of abrasive particles fixed and 
dispersed in a binder; and 

c) relatively moving the wafer with respect to the abrasive 
30 article while the outer material is in contact with the plurality of abrasive 
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composites until an exposed surface of the wafer is planar and comprises one area 
of exposed outer material and at least one area of exposed first material and one 
area of exposed second material. 

5 6. The method of any one of the claims 1, 2, 3, or 5, further comprising 

contacting the wafer and abrasive article in the presence of a working liquid. 

7. The method of claim 6, wherein the working liquid comprises an 
aqueous solution. 

10 

8. The method of claim 6, wherein the working liquid comprises a 
chelating agent, an oxidizing agent, an ionic buffer, a passivating agent, or 
combinations thereof. 

15 9. The method of any one of the claims 1, 2, 3, or 5, wherein .the 

exposed wafer surface of step c) has an Rt value less than 4,000 Angsfrorns. 

10. The method of any one of the claims J, 2, 3, or 5, wherein the 
plurality of abrasive composites are precisely shaped. 

20 

11. The method of any one of the claims 1, 2, 3, or 5, wherein the 
abrasive article is attached to a subpad. 

12. The method of claim 11, wherein the subpad is a laminate of a 
25 polycarbonate sheet and polyurethane foam. 

13. The method of any one of the claims 1, 2, 3, or 5, wherein the 
second, outer or conductive material is gold, silver, aluminum, tungsten, copper, or 
alloys thereof. 

30 
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14. A wafer suited for semiconductor fabrication produced by the 
methods of any one of the claims 1 , 2, 3, or 5. 

5 15. A method of modifying a surface of a wafer suited for fabrication of 

a semiconductor device comprising the steps of: 

a) providing a wafer comprising at least one dielectric material 
having a surface etched to form a pattern, the dielectric material covered with at 
least one intermediate layer, and the intermediate layer covered by a conductive 

10 material; 

b) contacting the conductive material of the wafer to a plurality 
of three-dimensional abrasive composites fixed to an abrasive article, the plurality 
of abrasive composites comprising a plurality of abrasive particles fixed and 
dispersed in a binder; and 

15 5 * a * c ) relatively moving the wafer while the conductive material is 

^contact With the' plurality of abrasive composites until the exposed surfece of the 
wafer comprises at least one area of exposed conductive material and at least one 

' " 'area of exposed iritermediaW layer. ' :J : ^ " ,r: ^ 
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